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FIELD OF INVENTION 
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no BACKGROUND OF THE -NVEKTION 
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fibres photonic bandgap fibres. 

\,e optical Soo^'^'^'''' -Z]l^^^^^ 

pp 276-278. 1999-, WO0006506). Tha matena, is mos, 

:; «.,n, paraW. vo«smo,es ,0 a ^*9-n ^^^^ ^^.^^^^ ^ .a,n a,r 
often a single materia, such as e g- f „3,e,-,a.s. polymers, liquids, or 

,5 rvaouum. buimey ma, also .e *='^X^t,3...^^andom.y- 
^S°^^^^^^h«ppllcat,onr*evo>^^ „ incorporafn, 

^^or.e,mav.eais.nPu.ed>nspe„*d^^^^^^^^^^^ 

^ penodic and "O"-^-^ ^ pp. 20.208. 2000). 

US5802236. Monro et al.. Optics l- 

that includes stacking a 
30 ^ fihres are fabricated by a method that inc. 

Typically, microstructured fibres are fa ^^^^ ^^^^ ^ p^^^^^m that .s 

;ier of circular capillary tubes and one ^^m^^^^^^ 

..awn in a single or more steps ^^^^ ^^^^^^^^ . ^ee e.g. US51 55792 or Kn.ght et 
..ewitham.cron.s-^^^^^^ 
35 s\. Optical Fiber communication 
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.0 as slr^le ™,erlal flb,« The ^od 1, b ■ ~ 
10 control of tt,e pressure In ,h. Z / '^""'"'"^ ^^'^ 

con.o,.o.ea:™::::r::::::t:7----^ 
. -°---o.i„vo.es«in,o,Mes::: : 33^^^^^^^ 

.hen r,nth ™ " '"'^''^ ^'^ "^s. 
men arawn into hexagonal capillary tubes Flnan>,.h=^ 
lubes are stacked In a close-pack«. ml . "^xagonal capillary 

".ay be drawn Into flbre The .ltd! " ^ ~ 

^^::r:r:rt:~rr^^^^^^^^^ 

glass structures into Wostructured IZ u "^'"'''''^ ^'^^ 
.echnlcues (see e.g. WOOOOesT 

'°-"'---^co.r:,on.srw:r— ^^^^^^ 

fibres that improved conZ'of'tt,!^hl\T'^, ""^ °' ^^""'^''"9 microstructured optical 
passive and,or active cont prj^ ™' 

Crav^ng to cane and,or „„a, ti e ZTg ^r:: °' '^^ "^^ ^ ^-"^ 
Rnally. it should be mentioned thl . i EP08,0453A1 , WO0CM9436). 

3a capiiia^tubes, andov:~rs';r::rs"""'^^^^^^^^^^ 

or fibre preforms ,s a well-known technique (see 
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e.g. GB2123810A or JP5992940 for fibre fabrication using pressurization over regions 
inside fibre prefonns). 

in PATENT ABSTRACTS OF JAPAN, appl. No. 57160845. Yokata et al. describe an 
5 optical fibre, produced using a preform comprising a quartz tube having axis-symmetncal 
opposed Side grooves on the outside peripheral surface. Yokata et al. utilizes two grooves 
for realizing polarization maintaining operation of the fibre. The grooves disclosed by 
Yokata et al are positioned in close to a central doped rod. The central doped rod act to 
fomi the core of the resulting fibre after drawing of the preform to fibre - .n a manner 
10 similar to the core of standard optical fibres. The two grooves in the tube acts to form a 
non-Circular shape of the doped core in order for the fibre to exhibit a high birefringence 
and thereby by polarization maintaining. 

In order to obtain fibre that exhibits low birefringence, for example low polarization mode 
15 dispersion. PMD. it is a disadvantage to use two axis-symmetrical opposed s.de grooves 
Close to the fibre core as this results in a distortion of the core region away from a circular 
symmetry. 

,n US 404941 3. French disclosed a method for realizing fibres having diameter fluctuations 
20 in the transmitting core. The diameter variations are obtained by etching grooves .n the 
preform for the fibre during fabrication. The grooves are etched using lithographic 
processes and are circumscribing the longitudinal axis of the preform. 

It is a disadvantage of the method described by French, that it does not provide 
— 2b microsu oc tu r ed opliual nU r cs. 

It is a further disadvantage of the method described by French that it does not provide 
optical fibres that are uniform in the longitudinal direction. 

30 in WO 9957070 Berkey et al. discloses a method of making a glass fibre with axially 
varying properties. Berkey et al. discloses fibre preforms having four grooves that may be 
realized using dicing saw or non-contaminating CO. laser. The grooves are placed in 
contact with a doped region acting as the core in the final fibre. The grooves may fom, air 
channels over some limited lengths of the fibre and be collapsed over others. The doped 
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core will serve as a waveguide in both cases, but the waveguiding properties will be 
different in the section with channels as compared to the sections without. 

It is a disadvantage of the method disclosed by Berkey et al. that it does not provide optical 
5 fibres that are uniform in the longitudinal direction. 

It is a further disadvantage of the method disclosed by Berkey et al. that the grooves are 
placed in close contact with the doped core. It is a further disadvantage of the method 
disclosed by Berkey et al. that it does not provide prefomis with more than four grooves It 
10 ,s a further disadvantage of the method disclosed by Berkey et al. that only a single layer of 
grooves sun-ounding the core region is provided. 

In US 5907652. DiGiovanni et al. discloses a method for fabricating air-clad optical fibres 
The a.r-clad layer is realized using a number of capillary tubes that are positioned outside a 
15 preform rod that serves as inner cladding and core region in the final fibre. The capillary 
tubes may be attached to the preform rod by melting their ends to the preform. 

It is a disadvantage for the realization of air-clad optical fibre to use capillary tubes as it 
may be very time consuming and require a substantial amount of manual work to attach 
20 the individual capillary tubes to the prefomi. 

It is an objective of the present invention to provide new prefomis or parts thereof for 
microstructured fibres - in particular for air-clad fibres - as well as new methods for 
realizing such fibres, where the use of individual capillary tubes is eliminated. It is a further 
25 object of the present invention to provide methods of realizing prefom,s or parts thereof for 

m.crostruct uj:e,dJtoJhat-may^-eduee^ant.ah^or ^ or that may be fully automated It 

■s a further objective of the present invention to provide methods for realizing prefonns or 
parts thereof for microstructured fibres comprising a very large number of air voids (more 
than 30 voids) in one or more annular layers. 

30 

It is a disadvantage of the method of producing fibres of the rib-waveguide type that it is 
difficult to accurately control the waveguiding properties of the final fibres with respect to 
single-mode operation, numerical aperture, propagation loss, dispersion, polarisation, etc 
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It is a further disadvantage of the method of producing fibres of the rib-waveguide type that 
it is not suitable for fabricating periodic features in a cross section of the microstructured 
fibres. The method is therefore not suitable for fabricating microstructured fibres that 
operate by photonic bandgap effects. 

5 

It is an advantage of the method employing stacking of capillary tubes and/or rods that the 
above-mentioned waveguiding properties in the resulting fibres may be more accurately 
controlled than for rib-waveguide type fibres. 

10 It is a further advantage of the method employing stacking of capillary tubes and/or rods 
that it is suitable for fabricating microstructured fibres with periodic features in the fibre 
cross section. Hence, the method is suitable for fabricating microstructured fibres that 
operate by photonic bandgap effects. 

15 It is, however, a disadvantage of the methods that utilise stacking of capillary tubes and/or 
rods that the tubes/rods may slide in position with respect to each other during either 
preform fabrication or fibre drawing (or both). This degrades reproducibility of the fibre 
fabrication. This further degrades the possibility of realizing microstructured fibres that 
operate by photonic bandgap effects. 

20 

It is a further disadvantage of the methods employing capillary tubes that the reproducibility 
is further limited due to the difficulties in fabricating large numbers of capillary tubes vwth 
high uniformity in longitudinal direction of both inner and outer diameters. This degrades 
the possibility of realizing long lengths of microstructured fibres that operate by photonic 
25 bandgap effects. 

It is a further disadvantage of the methods employing capillary tubes that cleaning of the 
tubes is troublesome due to difficulties in accessing the Inside of capillary tubes with inner 
diameters of a few millimetres or less. This may degrade fibre perfomfiance with respect to 
30 propagation losses as a result of possible contamination of the inner surface of the 
capillary tube that cannot be removed. 

It is a disadvantage of the method that utilized ultrasonic-assisted drilling that a large 
contamination of the preform material usually takes place during fabrication. 

35 
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It is a further disadvantage of the method that utilized ultrasonic-assisted drilling and milling 
Of flats on the sides of the glass canes that the manufacturing time is long - limiting the use 
of the method for large-scale production of microstructured fibres. 

5 It is a disadvantage of the methods using close-packed stacking of circular capillary tubes 
and/or rods that these favour realisation of fibres with hexagonal symmetry in the cross 
section - and these methods are unsuited for fabrication of fibres with arbitrary cross- 
sectional designs. 

1 0 It is an advantage of extrusion-based methods that a high reproducibility can be obtained 
for the final fibres. 

it is a further advantage of extrusion-based methods that a high freedom In the design of 
final fibre cross section can be achieved simply by manufacturing of die with appropriate 
15 design. 

It is a further advantage of extrusion-based methods that these are suitable for realizing 
long lengths of microstructured fibres that operate by photonic bandgap effects. 

20 It is, however, a disadvantage of extrusion-based methods that the die may contaminate 
the fibre preform during extrusion. 

It is a further disadvantage of extrusion-based methods that the glass preforms may 
expenence devitrification during extrusion. 

25 



_IUs^n^bject-of4he^resent-invention^-pr DV.de t. bre prefomis that may be fabricated 

without the use of extrusion or stacking of capillary tubes and/or rods. 

It is a further object of the present invention to provide methods of fabricating 
30 microstructured fibres and prefomis for microstructured fibres with a high reproducibility 
and a high degree of design freedom - as for extrusion-based methods - but where risks 
Of contamination are greatly reduced. Especially, it Is an object of the present invention to 
provide methods for fabricating microstructured fibres that utilize laser ablation or laser 
etching during preform manufacturing. 

35 
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„ is a further cbieCChe p..sen„nv.n«on ,1 provide flbre preforms '°'<*"-^ °' 
loldu Jfbces ma. operate by photonic bandgap effects w«h the use o, only a 
Single capillary tube. 

5 n is a further obieC of the present invention to provide a n,ethod o. 

l^rtlUsb^s that operate by photonic bandgap effects where oniy a s,n,^ 
capillary tube is used for manufactunng of the fibre preform, 

„ is a further object of the preset invention to provide a method for fabric^ing 
,0 1— redflbrestha. may be connected to other fbres with low ^sses. 

„ IS a (uhher object of the present invention to provide preforms for fabrtcatlon of 
mrcrltructu^dfibresthat may be connected to other fibres with low losses. 

,a I. IS a further obiec. of the present Invention to prov^e microstructured «b«s that may be 
connected to other fibres with low losses. 



20 SUMMARY OF THE INVENTION 

Fabrication of microstructured fibres using stacking of a multitude of capillary tubes or 

as splicing losses between two roicrostructured fibres. 

According to a firs, aspect o,«^ P«sent Invention there is provided a ' 
for a ml^ostructured *re, said tube having an Inner and outer surr- 
as 'ongltudlna. direction along the axis of said tube and a aoss sect,on parpend,cu,ar thereto. 
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and said tube having a number ot grooves and/or sills arranged at pre^etennlned 
pos^ons in tl,e inner and/or the outer surface and extending In the tongitudinal direction of 

5 According to the first aspect of the invention there is also, or as an alternative, provided a 
rod for use in a preform for a mlcrostnictured flbre. said rod having an outer surface in a 
longitudinal direction along the axis of said rod and a cross section perpendicular thereto 
and sa,d rod having a number of grooves arranged at pre-determined positions in the outer 
surface and extending in the longitudinal direction of the rod 

10 

It Should be understood that different numbers of grooves and/or slits may be arranged in 
the tube or rod. Thus, the number of grooves and/or slits may be a. least 2. such at least 3 
or such at least 4. It is also within preferred embodiments that the number of grooves 
and/or slits is at least 6 or at least 8. Furthem,ore. it is also within prefened embodiments 
15 that the number of grooves and/or slits are at least 12. such at least 18. such at least 24 
such at least 30. such a, least 50 or such at least 10O. The grooves an*or slits may extend 
over a majority of the length of the tube or rod. 

Preferably, all or at least a plurality of said grooves and/or slits may be arranged 
20 substantially parallel to each other. As ar, alternative, each of said grooves and/or slits may 
be arranged as helical grooves and/or slits along the outer and/or the inner surface It is 
preferred that all or least a plurality of the grooves and/or slits extend the entire length of 
the tube or rod. or that all or at least a plurality of the grooves and/or slits extends only a 
limited part of the length of the tube or rod. 

25 

In a preferred embodiment; the grooves and/or slits in the cross section are placed 
substantially equidistant to each other, and the grooves and/or slits may be placed in a 
substantially circularly symmetric manner with respect to the axis of the tube. 

30 For the dimensions of the grooves and/or slits it is preferred that the grooves and/or silts 
have dimensions in the cross section in a range from 0.5mm to 50mm. such as from 
0.5mm to 5.0mm. such as from 5.0mm to 20mm. such as from 20mm to 50mm. It is also 
preferred that a plurality of the grooves and/or slits have a length of at least 5cm. such as 
at least 10cm. such as at least 50cm. such as at least 100cm. such as at least 150cm 

Jo 
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In a preferred embodiment the tube or rod consists of a silica-based glass material. Here, 
the tube or rod may have a predetermined refractive index profile being realized using 
doping techniques. 

5 Different techniques may be used when fabricating the tube and or rod. Thus, the tube or 
rod may be fabricated using sol-gel techniques. According to a preferred embodiment, the 
grooves and/or slits may be made using a laser ablation technique or a laser assisted 
etching technique. When the tube or rod consists of a silica-based material, the tube or rod 
may be heated to a temperature around or above 800 ^'C during at least part of said laser 
10 ablation or laser etching. The grooves and/or slits may be fonned using a laser beam being 
incident on the tube or rod or parts thereof from a direction substantially perpendicular to 
the longitudinal direction of the tube or rod. The laser may preferably be a pulsed or a CW 
laser, such as a frequency doubled YAG laser, or a CO2 laser. 

15 Another fabrication techniques include a moulding process, wherein said grooves or slits 
are formed directly in the tube or rod during fabrication of the tube or rod using a mould 
with a predetermined shape. 

The grooves and/or slits may as an alternative be made using a mechanical milling or 
20 drilling technique. 

In a second aspect, the present invention provides a method of fabricating preforms for 
microstructured fibres, wherein laser etching or laser ablation is employed to form 
elongated channels in the preform. 

_25 

According to a preferred embodiment of the second aspect of the Invention there is 
provided a method of fabricating a prefomri for a microstructured fibre, said preform having 
a length in a longitudinal direction and a cross section perpendicular thereto, said preform 
comprising elongated channels that are arranged at pre-determined positions and 
30 extending in the longitudinal direction of the preform, wherein said channels are 
manufactured using a laser ablation technique or a laser etching technique. 

In a preferred embodiment a plurality of the channels are substantially parallel in order to 
have parallel holes/voids in the final microstructured fibre. In the present context, 
35 "substantially parallel" will mean that it is desired to have channels parallel but that 
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manners of production may introduce minor longitudinal non-uniformities that may alter 
th,s. The accuracy in the etching process will determine to what degree the formation of the 
channels can be controlled. 

5 It is also within an embodiment of the second aspect of the invention that each or at least 
part of said channels is arranged as helical channels in the longitudinal direction of the 



preform. 



The elongated channels may be formed using a laser beam being incident on the prefomn 
10 or parts thereof from a direction substantially perpendicular to the longitudinal direction 
Preferably a setup as schematically illustrated in Fig.l is used. In the present context 
"substantially perpendicular" will mean that it is desired to have a beam perpendicular to 
the preform length, but that a systems of min-ors and lenses in practice have limitation on 
the accuracy of directing a beam. It may. however, not be crucial to have a beam that is not 
15 focused perpendicular to the preform length. 

When the channels are substantially parallel to the longitudinal direction, the channels may 
alternatively be fomied using a laser beam being incident on the preform or parts thereof 
from a direction substantially parallel to the longitudinal direction. Preferably a setup as 
20 schematically illustrated in Fig.2 is used. 

It is preferred that the laser is a pulsed laser, such as a frequency doubled YAG laser or a 
pulsed or a CW CO. laser, as such laser provide high powe,^ (typical power levels for a 
CW operated CO. lasers is in the range from 200W to 800W for processing of silica glass 
25 materials whereas much lower powers may be used for example for polymer-based 

materials). It is also preferred that a plurality of the channels have a length of at least 5cm 
such as at least 10cm. such as at least 50cm. such as at least 100cm. such as at least 
150cm. Long lengths are desired in order to draw more microstructured fibre from a single 
preform. It may. however, be difficult to fabricate long, unifom, lengths of channels. 
30 wherefore lengths down to 5cm may be preferred. 

According to the second aspect of the present invention, the channels may be iormed in a 
single rod or in one or more tubes. This is advantageous for a range of reasons, including 
mechanical stability and cleanliness. Here, it is preferred that at least 6 channels, such as 
35 at least 8 channels, such as at least 12 channels, such as at least 18 channels, such as at 
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least 24 channels, such as at least 30 channels, such as at least 50 channels or such as at 
least 100 channels are formed In the rod and/or in one or more tubes. The elongated 
channels may extend over a majority of the preform length. For most applications of 
microstructured fibres, 6 or more holes/voids in the fibre are needed to obtain a good 
5 confinement of a guided mode. 

As optical fibres are most often fabricated in silica-based glasses, it is preferred that the 
single tube or rod comprises a silica-based glass material. The tube or rod may be 
fabricated using for example modified chemical vapour deposition and in preferred 
10 embodiments have a special refractive index profile in order to optimise waveguiding 
properties of a microstructured fibre drawn from the preform. Profiles that are known from 
conventional fibre technology may be advantageous as well as presently unknown profiles 
may prove advantageous. 

15 When the tube or rod comprises a silica-based glass material, it is prefen^ed that the 
preform is heated to a temperature around or above 800 during at least part of said 
laser ablation or laser etching. It is also within an embodiment of the second aspect of the 
invention to use a sol-gel technique for fabricating said preform. 

20 In a third aspect of the invention there is provided a preform for a microstructured fibre or a 
part for a preform for a microstructured fibre, said preform or part having a length in a 
longitudinal direction and a cross section perpendicular thereto, said preform comprising: at 
least two concentric tubes having different inner as well as outer diameters, wherein at 
least one of said at least two concentric tubes has grooves and/or slits extending in said 

25 lonaitudinal direction. 



According to the third aspect of the invention there is also provided a preform for a 
microstructured fibre or a part for a preform for a microstructured fibre, said preform or part 
having a length in a longitudinal direction and a cross section perpendicular thereto, said 
30 preform or part comprising: a rod being arranged at the centre of the preform or part, one 
or more tubes being concentric to said rod, said rod being sleeved inside a first of said one 
or more concentric tubes, wherein said rod and/or at least one of said concentric tubes has 
grooves and/or slits extending in said longitudinal direction. Here, the preform or part may 
comprise at least two tubes being concentric to the rod. 

35 
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A preform or part according to the present invention may comprise any convenient number 
of grooves and/or slits in the tubes and/or rod. Thus, the number of innermost longitudinally 
extending grooves and/or slits with respect to a centre of the prefomi or part may be at 
least 2. such as at least 3 or such as at least 4. It is also within embodiments of the 
5 invention that the number of innermost longitudinally extending grooves and/or slits with 
respect to a centre of the preform or part is at least 6 or at least 8. Furthermore, it is also 
withm embodiments of the invention that the number of innermost longitudinally extending 
grooves and/or slits with respect to a centre of the prefomi or part Is at least 12. such as at 
least 1 8. such as at least 24. such as at least 30. such as at least 50 or such as at least 
10 100. 

The present invention also covers embodiments in which for the rod or at least one 
concentric tube, the number of grooves and/or slits are at least 2. such as at least 3 or 
such as at least 4. Preferably, for the rod or at least one concentric tube, the number of 
15 grooves and/or slits may be at least 6 or at least 8. Furthemiore. it is also within 

embodiments of the invention that for the rod or at least one concentric tube, the number of 
grooves and/or slits are at least 12. such as at least 18. such as at least 24. such as at 
least 30. such as at least 50 or such as at least 1 00. 

20 The present invention also covers embodiments in which for the rod and at least one 

concentric tube, the number of grooves and/or slits are at least 2. such as a least 3 or such 
as at least 4. Preferably, for the rod and at least one concentric tube, the number of 
grooves and/or slits may be at least 6 or at least 8. Furthermore, it is also within 
embodiments of the invention that for the rod and at least one concentric tube, the number 
25 of grooves and/or slits are at least 12. such as at least 18. such as at least 24. such as at 
lea st 30 , s uch-as-at-leas^O-or-such-as^tleast-f-QO: 



The present invention further covers embodiments in which the prefomi or part comprises 
at least two concentric tubes having grooves and/or slits, where for each of the two tubes 
30 the number of grooves and/or slits are at least 2. such as at least 3 or such as at least 4 
Here, the prefomi or part may comprise at least two concentric tubes having grooves 
and/or slits, where for each of the two tubes the number of grooves and/or slits are at least 
6 or at least 8. It is also within embodiments of the invention that the preform or part 
composes at least two concentric tubes having grooves and/or slits, where for each of the 
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two tubes the number of grooves and/or slits are at least 12. such as at least 18, such as at 
least 24. such as at least 30. such as at least 50 or such as at least 100. 

The grooves/slits may be arranged so as to substantially form channels in the preform or 
5 part. In the present context, "substantially form" channels means that the grooves/slits that 
extend along the preform or part may not be completely sealed off in the longitudinal 
direction due to manners of fabrication or minor non-uniformities in the longitudinal 
direction. 

10 It should be understood that the tubes and/or rods used in an embodiment of a preform or 
part according to the third aspect of the present invention may be selected from any of the 
embodiments of tubes and/or rods according to the first aspect of the present invention. 
Thus, for a tube or rod having grooves and/or slits, each or at least part of said grooves 
and/or slits may be arranged on an outer surface of the tube or rod. Preferably, all or at 

15 least a plurality of said grooves and/or slits are arranged substantially parallel to each other 
and extending In the longitudinal direction of the tube or rod. Alternatively, each of said 
grooves and/or slits is arranged as helical grooves and/or slits along the outer surface. It is 
preferred that the grooves and/or slits are an-anged at predetermined positions along the 
outer surface of the tube or rod. 

20 

It is also within the third aspect of the invention to have a preform or part wherein for a tube 
having grooves and/or slits, each or at least part of said grooves and/or slits are an^anged 
as along an inner surface of said tube. Here, the grooves and/or slits may be arranged as 
helical grooves and/or slits along the inner surface of said tube. 

25 

It is preferred that a first concentric tube having grooves and/or slits is sleeved inside a 
second concentric tube and/or that all the concentric tubes are sleeved inside each other in 
a substantially close-packed manner in order for the grooves and/or slits to fonn channels 
being substantially sealed off in the longitudinal direction and thereby being substantially 

30 isolated from each other. Due to potential minor non-uniformities in the longitudinal 

direction of the tubes, it may potentially not be possible to avoid unintentional, minor gaps 
between tubes (non-grove/slit type of minor gaps). Thereby, also complete sealing off of all 
channels in the longitudinal direction may be hindered. This is the reason for using the term 
"substantially close-packed", "substantially sealed ofT' and "substantially isolated" in the 

35 present context. 
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Preferably, the preform or part comprises at least 3. such as at least 4. such as at least 5 
such as at least 8. such as at least 10 concentric tubes being sleeved inside each other in 
a substantially close-packed manner in order for the grooves and/or slits to form channels 
5 be,ng substantially sealed off in the longitudinal direction and thereby being substantially 
isolated from each other. Hereby, a significant number of channels surrounding the centre 
of the preform or part may be obtained, which may result in a significant number of 
microstructured feature surrounding the core of a microstructured fibre drawn from the 
preform. 



10 



15 



It .s also within the third aspect of the present invention to have embodiments of a preform 
or part, wherein a concentric tube having grooves and/or slits is sleeved inside a concentric 
tube havmg no slits or having no slits and no grooves, or wherein a concentric tube having 
grooves is sleeved inside a concentric tube having grooves. 



The third aspect also covers embodiments in which the rod comprises parallel grooves in 
the longitudinal direction, said parallel grooves being fonned on the outer surface of the 
rod. Here, the parallel grooves in the rod may be placed substantially equidistant to each 
other in a substantially circular symmetric pattem. Alternatively, the invention furthermore 
20 covers embodiments in which the rod has no grooves extending in the longitudinal 
direction. 

According to a further embodiment of the third aspect of the invention, the rod may be 
sleeved inside the first concentric tube, where the first concentric tube has no grooves 
25 and/or slits, or. alternatively, where the first concentric tube has grooves and/or slits. 

According to an embodiment of the third aspect of the invention, the preform or part may 
comprise at least 2. such as at least 3 or such as at least 4 concentric tubes having 
grooves and or slits extending in said longitudinal direction 

30 

Preferably, the preform or part comprises an outer concentric tube having no grooves or 
slits. 

The preform or part according to embodiments of the third aspect of the invention may 
35 have a plurality of the grooves being parallel and extending the entire length of the preform 
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or part. Alternatively, a plurality of the grooves and/or slits may be parallel and extend only 
a limited part of the length of the preform or part. It is preferred that the grooves and/or slits 
for each tube and/or rod are placed substantially equidistant to each other in a substantially 
circularly symmetric manner with respect to a centre of said each tube and/or rod. In the 
5 present context, "substantially equidistance" will mean that it is desired to have an ideally 
equidistance between grooves/slits but that manners of production may alter this. The 
accuracy in the etching process will determine to what degree the distance between 
grooves/slits and there position can be controlled, hence, the term "substantially circularly 
symmetric" may refer to the potential minor inaccuracy in position of the channels. 

10 

It should be understood that the preform of part of the third aspect if the invention may 
have tubes with different refractive index or with refractive index different to the rod. 
However, according to an embodiment, the preform or part may comprise at least two 
concentric tubes having the same refractive index. It is also within an embodiment that the 
1 5 rod and the first concentric tube have the same refractive index. 

According to an embodiment of the third aspect of the invention, the inner part or bottom 
part of the innermost longitudinally extending grooves and/or slits with respect to the centre 
of the preform or part may be arranged at a distance greater than or equal to 0.5 times the 

20 total radius of the preform taken from the centre to the outer surface of the preform. 
Furthermore, the third aspect also covers an embodiment in which the rod has a 
predetermined refractive index profile with a high index centre region, and wherein the 
inner part or bottom part of the innermost longitudinally extending grooves and/or slits with 
respect to the centre of the preform or part are arranged at a distance greater than or equal 

25 to 3 times the radius of said high index centre region. Here, the index profile of the rod may 
furthermore comprise a low index outer region surrounding said high index centre region. 
The index profile of the rod may be provided by use of doping techniques. The innermost 
longitudinally extending grooves and/or slits may be arranged in the rod, or the innermost 
longitudinally extending grooves and/or slits may be arranged in a tube. 

30 

Also in the third aspect of the invention it is preferred that the grooves and/or slits have 
dimensions in the cross section in a range from 0.5mm to 50mm, such as from 0.5mm to 
5.0mm, such as from 5.0mm to 20mm, such as from 20mm to 50mm. It is often most 
practical to work with tubes and/or rods of dimensions allowing the above-mentioned 
35 groove/slit dimensions. 
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According to an embodiment of the present invention, the preform or part may include a 
first region of a first type of tube of a first material and a second region of a second type of 
tube of a second material, said first material and second material having different softening 
5 temperatures. This is in order to fabricate microstructured fibres that are advantageous 
with respect to splicing issues. 

It should be understood that embodiments of the preform or part according to the third 
aspect of the invention or parts thereof may be fabricated using one or more methods 
10 selected from the above-described advantageous methods according to the second aspect 
of the present invention. 

According to the third aspect of the present invention there is furthemiore provided a 
method of fabricating a microstructured fibre, said method comprising the steps of: 
1 5 providing a preform according to an embodiment of the third aspect of the invention. 

drawing this preform into a microstructured fibre using one or more steps including drawing 
of said preform into a cane at an intermediate drawing stage. Here, a pressure inside each 
or at least part of the tubes or inside the channels of each or at least part of the tubes may 
be controlled during the step involving drawing of the preform into fibre and/or cane in 
20 orderto control more accurately the size and shape of the features in the final 
microstructured fibre. 

According to a fourth aspect of the present invention there is provided a preform for 
manufacturing a microstructured fibre, the preform having a length in a longitudinal 
25 direction and a cross section perpendicular thereto, said prefomi comprising a single 
capillary tube in the centre of the prefomi. The single tube has an inner cross-sectional 
dimension, dinner,ube. and an outer cross-sectional dimension do„,er.,ube. The preform further 
comprises a multitude of solid rods surrounding the capillary tube. A plurality of the 
multitude of solid rods has an outer cross-sectional diameter. d„u,er.ro<.. The preform 
30 comprises further a first overcladding tube surrounding the single capillary tube as well as 
the multitude of solid rods. Preferably, some or all of the solid rods are close-packed in 
order to form a periodic arrangements of interstitial voids. Optionally for e.g. mechanical 
stability of the preform, the preform may comprise outer capillary tubes that surround a 
majority of the solid canes. Such outer capillary tubes should be positioned at a distance 
35 sufficiently far away from the central, single capillary tube, such that the outer capillary 
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tubes may not form regions where any significant amount of light is transmitted in the final 
fibre. 

In a preferred embodiment, douter.rod is substantially equal to douteaubein order to realise 
5 close-packing of the rods around the single tube. It is also within an embodiment of the 
fourth aspect of the invention that douter.rod is in the range of 0.1 times douter.tube to 0.6 times 
douter.tube, such 38 around 0.3 times douter.tube- This is prefenred in order to have a close to 
uniformly sized features in the preform allowing more simple fibre drawing. In one or more 
preferred embodiments the dimensions of the tube and/or rods may be selected so that 
10 dinner.tube. douter.tube. and douter.rod are in the range from 0.5mm to 20mm. such as between 
1.0mm to 3.0mm. For practical reasons, these ranges represent preferred ranges. In 
particular, rods and tubes are widely available in dimensions from 1 to 3 mm. 

In a preferred embodiment of the fourth aspect of the invention, the preform may include a 
15 first region of a first type of rods of a first material and a second region of a second type of 
rods of a second material, said first material and second material having different softening 
temperatures. 

According to the fourth aspect of the present invention there is also provided a method of 
20 fabricating microstructured fibres comprising the steps: providing a preform according to an 
embodiment of the fourth aspect of the invention, drawing this prefomn into a cane, either 
while either sealing the cane in one end and drawing said cane into fibre from an opposite 
end or while providing an active control of a pressure inside the cane from one end and 
drawing the cane into fibre from an opposite end. Here, the preform may be drawn into a 
25 cane using a lower-than-atmospheric pressure inside the first overcladding tube of the 
preform in order to fix the multitude of solid rods in a close-packed manner while keeping 
open interstifial voids between adjacent solid rods. In this manner, the interstitial voids may 
be substantially periodically distributed in a honeycomb structure. In this context 
"substantially periodically distributed" is used for the same reasons are previously 
30 discussed relating to minor longitudinal non-uniformities. It is preferred that the pressure 
inside the single capillary tube is controlled during drawing of the preform to cane. 

The methods according to the fourth aspect of the invention may also cover an 
em.bodiment, where the cane is placed in a second overcladding tube to yield a second 
35 preform. Preferably, the pressure inside the second overcladding tube is controlled during 



SUBSTITUTE SHEET (RULE 26) 



wo 02/072489 



PCT/DK02/00154 



IS 

drawing of the second preform into fibre in order to control the dimension and/or shape of 
the interstitial voids in the fibre. 

According to a fifth aspect of the present invention there is provided an optical fibre haying 
5 a longitudinal direction, said optical fibre having a length in the longitudinal direction and a 
cross section perpendicular thereto, wherein said fibre in the cross section comprises: a 
first region being microstructured and having a first background material, and a second 
homogenous region of a second material, said first background material and said second 
material having different softening temperatures. This may provide microstructured fibres 
10 with improved properties with respect to splicing. 

It should be understood that the optical fibre of the fifth aspect of the invention may be 
drawn from any of the above described preforms, wherein the prefonn includes a first 
region of a first type of tube of a first material and a second region of a second type of tube 

1 5 of a second material, said first material and second material having different softening 
temperatures, or from any of the above described prefomis. wherein the preform includes a 
first region of a first type of rods of a first material and a second region of a second type of 
rods of a second material, said first material and second material having different softening 
temperatures. 

20 ^ 

It is preferred that the first region of the optical fibre has a substantially circular, ring-like 
shape, said first region being positioned substantially symmetrically around a centre of the 
optical fibre. In this context "substantially circular" and "substantially symmetric" are used 
for the same reasons are previously discussed relating to minor longitudinal non- 
25 uniformities, but may also refer to that the first region may be fomied from a number of 
CQmbined-features^uch as c ir c ularrgds^tae ked in a nng around the core. 

It is also preferred that the second material is a glass softer than pure silica such as silica 
doped with fluorine, phosphorous, and/or germanium. 

30 

The fifth aspect of the present invention also includes an optical fibre splice comprising at 
least one end of one of the above-described embodiments of an optical fibre having a 
microstructured first region. 
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The fifth aspect of the present invention also includes a first long length of optical fibre 
comprising a first short length of one of the above-described embodiments of an optical 
fibre having a microstructured first region, and a second short length of an optical fibre. In 
the present context, "short length" refers to a length shorter than a total fibre distance 
5 labelled "long length". It is important to notice that the short length may be in the range 
from a few centimetres to several kilometres or hundred of kilometres. Here, the second 
short length may be a length of a conventional, single mode fibre or of an optical fibre 
having a microstructured region. 

10 In a preferred embodiment, the first long length of optical fibre having the first and the 

second short lengths, further comprises a third short length of a third optical fibre. Here, the 
first short length of microstructured fibre may serve as an intermediate fibre length between 
the second short length and the third short length. This may provide low propagation loss 
for light travelling from the second length of optical fibre to the third short length of optical 

15 fibre and/or vice versa. Here, the third optical fibre may be an optical fibre having a 
microstructured region. 

For the preforms or optical fibres of the present invention having a microstructured region, 
it is prefen^ed that said prefomns or optical fibres in the cross section have a periodic 
20 structure within said microstructured region, which preferably may be a hexagonal 
symmetry. However, it is also within embodiments of the present invention that the 
preforms or optical fibres in the cross section have a non-periodic structure within said 
microstructured region. 

25 The present invention also includes an optical fibre selected from embodiments of the 
above described opfical fibres having a microstructured region or made using a method 
selected from any of the above-described methods for producing an optical fibre having a 
microstructured region, wherein the microstructured region in the cross section has 
microstructured features that are isolated from each other. A plurality of the microstructured 

30 features may have a centre-to-centre distance to a nearest neighbouring microstructured 
feature in the range from O.Sjim to 20^m, such as from 0.5\xm to 2.0|Am, such as from 
2.0^m to lOfxm. such as from lO^m to 20|im. These ranges may relate to microstructured 
optical fibres within various applications, such as relating to non-linear microstructured 
fibres, photonic bandgap guiding microstructured fibres, microstructured with special 

35 dispersion properties, large mode area microstructured fibres etc. 
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Microstructured fibres of the present invention are mainly aimed at telecommunication 
appLcations. in accordance with general requirements in the telecommunication industry 
So. a preferred embodiment of an optical fibre comprises one of the above-described fibres 
5 having a microstructured region that guide light in a single mode of propagation at a 
predetermined wavelength in the range from 0.3nm to 1 .S^m. 

It should be understood that the preforms or optical fibres of the above-described 
embodiments of the present invention may comprise silica-based materials. Silica is the 
10 preferred material in the telecommunication industry and may. naturally, also be preferred 
for the fibres of the present invention. 

The present invention also covers embodiments wherein the prefom« or optical fibres in 
any of the above-described embodiments comprise polymer-based materials. Polymers 
15 provKle a potential range of advantageous due to high flexibility during manufacturing and 
may therefore be preferred for the fibres of the present invention. 

in order to control more accurately properties such as bending losses and dispersion - 
potentially with tunability - preferred «nbodimen.s of above^escribed prefom,s or optical 
20 fibres.may have an outer shape In ,h. „oss section that is non-circular, such as preferably 
eli,p„cal in shape Here, the outer shape may have a predetennined orientation that is 
detem,ined with respect to an orientation in the cross seaion of the stmcture around the 
centre of the preform or microstructured fibre. 

25 According to a sixth aspect of the present Inventon, there Is provided a second long ter^th 
.otopl,cal-f,bre.sald^eeondHongiengtlrt,aa ng a l ongitudinal direction and a cross section 



» iy i^uwii lai uireciion ana a cross sei 

perpendicular thereto, said second long length of optical fibre comprising: a flrst short 
length of a firs, optical fibre; a second short length of second optical flbre; a third shori 

30 Total r T """^"^ ^ microstrucure, said third 

optical fibre being a conventional optical fibre, said second optical fibre serving as an 
.ntemiediate fibre between said first optical fibre and said third optical fibre in order to 
provide low propagation loss for light travelling from said first optical fibre to said third 
optical fibre and/or vice versa. In a preferred embodiment, the second optical fibie of the 
second Short length comprises a first region of a first material and a second region of a 
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second material, where the first material has a softening temperature Ti and said second 
material has a softening temperature T2 being higher than Ti. 

It is preferred that the first optical fibre of the first short length comprises a material 
5 constituting a background material in a microstructured volume of the first optical fibre. It is 
also preferred that the second optical fibre of the second short length in the cross section 
has the second material positioned substantially in a circular, ring-shaped region, 
substantially symmetric around a core of the second optical fibre. Here, the second 
material may have a lower softening temperature than said background material. 

10 

It is also within the sixth aspect of the invention that the second optical fibre of the second 
short length comprises a tapered core region in order to provide mode matching at both 
ends of the second optical fibre and thereby provide low propagation loss for light travelling 
from said second to third short length of optical fibre and vice versa. 

15 

It is preferred that the first optical fibre of the first length is an optical fibre selected from 
any of the above described fibres having a microstructured region. 

BRIEF DESCRIPTION OF THE DRAWINGS 

20 

FIG. 1 shows schematically a setup for fabrication of preforms or parts thereof for 
microstructured fibres using laser ablation or laser etching. 

FIG. 2 shows schematically another setup for fabrication of prefonns or parts thereof for 
25 micro structured fibres using laser ablation or laser etching. 

FIG. 3 shows schematically a solid rod and a hollow tube according to the present 
invention. The rod and tube each comprising six channels that may be realised using laser 
ablation or laser etching. The rod may optionally comprise a doped part. The channels may 
30 for example be fabricated sub-surface in a rod or a tube over a given length, L. as further 
shown schematically in the figure. 

FIG. 4 shows (from top and down): a solid rod with parallel grooves along a distance of its 
length, a tube with parallel grooves along a distance of its length, an overdadding tube. 
35 and a preform with tubes having grooves along its length, the grooves forming air channels 
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d.e ,o a Sleeving of .he tubes in concemno n^anner. The preform may have a fc,be in «,e 
centre ,n order .o provide a iow-index co,e region in .he nue drawn from .he prefom, The 
grooves are preferably posi,ioned in a .wo-dimensionaily periodio structure, or in one or 
n^ore concentric annular region. This may for example be used for reafeaflon of low-Index 
5 core m,cro-s.ructured fibre that guide light using pho.onic bandgap effecs. 

5 Shows (from top and down): a solid rod, a n,be wim para»el silts along a distance of 
us le g, . an overcladding tube, and a prefon. with tubes having sl«s along meir lengths 

10 r, '° ' '''^'"^ °' " ^ ~~ --ner. The 

Zr 7 T ' -^"'"^ ^ region In 

the fibre drawn from the preform. 

uTno'a teZ ''°T"" °' ' ' '^'^ n-b- Of Slits that have been fabricated 
using a method according to the present invention 

15 

FIG. 7 Shows a photograph o, a rod ™th a large number of grooves that have been 
fabncated using a method according to the present Invention. 

20 TJT'" ' " 'sweated using a 

20 method according to the present invention. 

F|G. gshows a Photograph of a section ofa preform according ,o the p,.sen, Invention. 

LmZ^r T °' ""^'^ ---P'« -'adding 

pumped fibre lasers or amplifiers. awuina 



25 



the ol r ' '^'^^ °' ^ according to 

the present invention that utilises a central rod having grooves extending in the .ongitudL 
d^c^n Of the rod. The figure fu.her shows a photographs (bottom, of! microsZ" 
fibre fabncated using a central rod comprising six grooves 

30 

FIG. 1 1 Shows schematically an example (top, of a preform according to the present 
.nvent,on for fabrication of microstructured flbre that may guide light using photonic 
^ndgap ef,e«s. The preform uses only a single capillary tube In order to realise a low- 

35 nZ,?'";- " cope Photograph Of a cane 

35 drawn from a preform according to the present Invention. 
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Fig. 12 shows a scanning electron micrograph of the inner structure of a microstructured 
fibre fabricated by a method according to the present invention. 

5 FIG. 1 3 shows schematically another example of a preform according to the present 
invention for fabrication of microstructured fibre that may guide light using photonic 
bandgap. The central tube is significantly larger than the rods surrounding the tube. 

Fig. 14 shows schematic examples of potential problems related to splicing of prior art 
10 microstructured fibres to conventional optical fibres. 

Fig. 15 shows schematic examples of fibre lengths according to the present invention, 
wherein the length comprises a microstructured fibre that incorporate low viscosity glasses 
at predetermined regions (equivalently the fibre comprises high viscosity glasses at (other) 
15 predetermined regions). The figure also includes schematic illustrations of cross sections of 
the optical fibres comprised in the fibre length. 

Fig. 16 shows yet other schematic examples of fibre lengths according to the present 
invention, wherein the lengths comprise a microstructured fibre that incorporates low 
20 viscosity glasses at predetermined regions. 

Fig. 17 shows yet another schematic example of a fibre length according to the present 
invention, wherein the fibre length comprises a microstructured fibre that incorporates low 
viscosity glasses at predetermined regions, and further comprises an intemnediate fibre 
25 that incorporates low viscosity glasses at predetennined regions. The figure also includes 
schematic illustrations of cross sections of three optical fibres comprised in the fibre length. 

Fig. 18 shows yet another schematic example of a fibre length according to the present 
invention, wherein the length comprises a microstructured fibre that incorporates low 
30 viscosity glasses at predetermined regions, and further comprises an intermediate fibre 
that incorporate low viscosity glasses at predetermined regions as well as a tapered core. 
The figure also includes schematic illustrations of cross sections of three optical fibres 
comprised in the fibre length. 
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Fig. 19 shows yet another schematic example of a fibre length according to the present 
invention, wherein the length comprises a microstructured fibre of a single material, and 
further comprises an intermediate fibre that incorporate low viscosity glasses at 
predetermined regions. The figure also includes schematic illustrations of cross sections of 
5 three optical fibres comprised in the fibre length. 

Fig. 20 shows a photograph (top) of an optical fibre for use in a long fibre length comprising 
a microstructured fiber. The bottom part of the figure shows a schematic of the cross- 
section of the fibre. 

10 

Fig. 21 shows photographs of two fibre splices performed at a high power (top) and at a 
low power (bottom). 

DETAILED DESCRIPTION OF THE INVENTION 

15 

The present invention relates to a number of improvements for the realisation and use of 
microstructured fibres. 

Microstructured fibres are generally divided into two types depending on the physical 
mechanism responsible for the light guidance: at an operating wavelength, index-guiding 
microstructured fibres are characterised by a core having a higher refractive index than a 
surrounding cladding region (as known from conventional optical fibres), and photonic 
bandgap microstructured fibres are characterised by a core having effectively a lower 
refractive index than a sun^ounding cladding region having periodically distributed features 
(see e.g. ^^oeng et al Opt[cal Fiber Technology, Vol. 5, pp. 305-330, 1999 for a 
presentation of the classification of the two groups). While the physical mechanism causing 
the waveguidance in the two types is different, the improvements disclosed by the present 
inventors relate to both types of microstructured fibres, 

30 The present invention will mainly be described by way of example using a number of 
selected figures. 

Firstly, the present invention relates to new preforms or parts thereof for microstructured 
fibres and methods for producing such preforms. 
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Preforms or parts thereof for microstructured fibres are generally made from glass 
containing columns of air arranged in a certain way that ensures the special light guiding 
properties of the fiber drawn from it. Usually the preform comprises bundles of tubes and 
rods that provide the air columns. Due to the afore-mentioned disadvantages of using a 
5 multitude of capillary tubes (see BACKGROUND OF THE INVENTION), it is advantageous 
to realize new types of preforms and methods for their fabrication. The present inventors 
have realized such a method where the air columns may be fonned directly in a solid glass 
rod. 

10 The glass used in preform fabrication for optical fiber, e.g. silica based glasses, usually are 
optically very transparent for light within a large wavelength range from infrared and down 
to near ultraviolet (UV). When applying very intense optical fields, e.g. from short laser 
pulses, higher order optical nonlinear processes may occur, such as multi-photon 
absorption. At certain levels this has been demonstrated to induce a change in the index of 

1 5 refraction of glass and at even higher intensities ablation occurs creating cavities in the 
bulk (see e.g. Philippe Bado, Laser Focus World, April 2000). 

In the prior art. waveguides and microchannels created using laser ablation are 
demonstrated on a micrometer scale - the waveguides and microchannels are formed 
20 directly in the glass at the desired final dimensions. The present inventors have, however, 
realized that laser ablation can be used to form voids of millimeter dimensions in a solid 
glass rod or in a tube. The present inventors have further realized a method that utilizes 
millimeter-scale laser ablation for fabrication of preforms for microstructured fibres. 
Especially, the present inventors have realized that voids (10) with an elongated shape in 

25 the longit udinal direction of a fibre prefonn may be fabricated using a setup as 

schematically illustrated in Fig. 1 . The elongated shape is obtained by transverse 
movement of either the perfomi (11) during laser ablation or of the laser beam (12) itself. 
The method provides a significant improvement for realization of ultra-clean preforms for 
microstmctured fibres, as the method, in principle, allows contamination-free formation of 
30 channels inside a glass rod with channel lengths of several tens of centimeters and of 

cross-sectional dimensions of up to several millimeters. The method further provides a high 
accuracy - laser ablation provides a control of dimensions of better than 1 micron 
according to the above-mentioned reference. The high accuracy that is obtained results 
from a strong intensity dependence of higher order optical nonlinearities. wherefore 
35 ablation will occur only in very confined areas of the most intense optical fields. The 
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present method, therefore, provides a highly reproducible manner of fabricating prefomis 
for microstructured fibres, and hence for the fabrication of microstructured fibres. Preferred 
lasers for the prefonn fabrication are pulsed lasers with high peak power, e.g. femtosecond 
laser systems or frequency doubled YAG lasers, also CO2 laser in CW operation may be 
5 preferred. 

The method may also include the use of more than a single laser beam for the formation of 
the channels inside the glass rod. For example, a high power beam with a broad focus may 
perform a low precise, millimeter-scale formation of the channels, while a less powerful 

1 0 beam with a smaller focus may be used to perform high precision adjustment of the 
dimensions of the channels. As another example, two or more beams (focused or non- 
focused) may coincide in a predetermined region within the preform to obtain a higher 
intensity than when using a single beam. By again moving the region of coincidence, either 
using beam or preform movement, elongated millimeter-sized features may be fabricated. 

15 The advantage of using more such crossing of multiple beams is that the focusing systems 
needs to be less precise, or it may completely be avoided. 

The preform may. naturally, be consisting of a series of tubes of different doping species, if 
necessary. 

20 ^a-. 

As an example, a glass rod or tube (11) can be made into a preform or parts thereof for 
microstructured fibres by mounting it in a holder (13) that will allow rotation of the glass rod 
or tube (11) along its axis into certain angular positions and directing a focused laser beam 
(12) into the rod. or tube using a system of lenses (14) and mirrors (15). Starting from the 
25 inner part of the rod or tube, channels of glass free regions (10) can be formed by laser 
ablaliuii by-movlng-the-focal point aiong tne axis of the rod or tube. After a channel has 
been made the rod or tube is rotated a certain angle, detennined by the design of interest, 
and another channel can then be made. By moving the lens in direction away from the rod 
or tube, channels can be made on larger radii in the rod or tube. 

30 

It is an advantage of the above-described method that the channels are fabricated in a 
manner where they are completely fixed in position with respect to each other. This allows 
a higher reproducibility of specific channel an-angements. 
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It is a further advantage of the method that the channels are protected from the outside 
atmosphere and, therefore, will have the lowest degree of contamination that can be 
imagined - yielding microstructured fibres with ultra-low absorption losses that are 
comparable to those of pure, fused silica. 

5 

The high degree of control of the laser beam during ablation provides a further advantage 
of the method, namely the possibility of fabricating practically arbitrary structures in the 
preform. 

10 The present inventors have further realized that the preform fabrication for microstructured 
fibres may be done also by "drilling" the holes in a rod or tube (of glass, polymer or another 
material) by use of a powerful laser, e.g. a COz-laser that is strongly absorbed by the glass 
or polymer material. This type of drilling is performed without mechanical means - as e.g. 
for the ultra-sonic drilling known from the prior art - and we use the term "drilling" to stress 

1 5 the unconventional manner of forming the holes. 

With respect to Fig. 2 that provide an example of the "drilling" process, a laser beam (20) is 
aimed on one end of a glass rod (21) and in a direction parallel to the axis of the rod. The 
glass in the laser beam path will evaporate and thus form a channel of air (22) in the rod. 

20 This method provides a great freedom in designing the preform. Like the other example of 
the method realized by the present inventors this is a very clean manner of fabricating 
preforms that may be fully automated. Also, the method may reduce the complexity of the 
inventory to solid rods, simply, if used as the only method in prefomi fabrication. The 
above-described example is for a glass rod, but also other types of materials may be used 

25 as well as a tube instead of a rod may be used. 



The setup for fabricating a preform or parts thereof according to the above-described 
scheme can be as simple as that shown in Fig. 2. The glass rod (21) is mounted In a fixture 
(23) that holds the rod and rotates it around its axis to any predetermined angular position. 
30 The laser beam (20) is directed towards the end of the glass rod by a mirror (24) on a 
translational stage (25). The first motion dictates the angular position and the latter 
determines the radial position of the hole to be "drilled". 

In the methods described above, the laser processing may be performed from an outside 
35 surface of thfe rod/tube or the processing may be performed sub-surface. As schematically 
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Shown in Fig. 3, the channels (30) in a rod (31) comprising an optionally doped core (32) or 
in a tube (33) may be open in one end or both ends of the rod/tube. Alternatively, the 
channels may be made directly inside a rod or a tube leaving one end (34) or both ends 
(34), (35) of the rod/tube closed. The channels may, therefore, extend a given length. L, 
5 being shorter than or equal to the full length of the rod/tube. After realization of the sub- 
surface channels, the rod/tube may be cleaved or cut at a given position to give access to 
the channels, such that for example pressure control may be perfonned during further 
steps. Such further steps may include the rod/tube being used as a preform by themselves 
or as parts of a preform for drawing into microstructured fibre in one more steps. Naturally, 
10 the rod/tube may also be cleaved or cut at more than one position to open up the channels 
over the full length of the rod/tube. 

The present inventors have realised yet another advantageous method for realising 
preforms for microstructured fibres. The method utilizes in preferred embodiments, a 
15 number of densely sleeved tubes at least one of these having grooves and/or slits along its 
length. 

As an example, the method involves CO2 laser etching of elongated grooves (40) on the 
surface of a tube (41) in its longitudinal direction - see Fig. 4. The tube (41) may 
20 aftervyards be sleeved inside one or more tubes in a dense, concentric manner such that 
the grooves may form elongated channels. An an-angement of concentric tubes having 
elongated grooves may form a preform (42) suitable for manufacturing of microstructured 
fibres. In a cross-section of the preform, the sleeved tubes may form a number of ring- 
shaped regions that may result a number of annular regions of microstructured features in 
25 the final microstructured fibre. In order to close off the side walls of the channels in their 

longitudinal-direetionrit-marbe-advantagesoslo-heat the prefomi during or after sleeving 

of the tubes, it may be even further advantageous to apply a slight under pressure inside 
the tubes to ensure tight sleeving and closure of the side walls of the channels in the 
longitudinal direction. Naturally, a too strong under pressure would collapse the channels 
30 and should be avoided. 

During drawing of the preform to fibre or an intemiediate stage, it may be preferred to 
control the pressure inside the tubes - either each tube individually or all tubes together - 
to improve the control of the size and/or shape of the microstructure in the final fibre. 
35 Specifically, for the fabrication of microstructured fibres with a hollow core, it is preferred to 
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control pressure inside the innermost tube separately from the remainder of tubes as the 
central hole in the innermost tube has preferably a larger cross-sectional dimension than 
the cross-sectional dimension of the channels accessible from inside the remainder of 
tubes. Due to different dimensions, the innermost hole and the channels will most often 
5 behave differently during fibre drawing and it is, therefore, advantageous to control the 
pressure inside them separately. 

As another example, the preform may contain a solid rod (43) with a multitude of elongated 
grooves (44) etched along its length, and the preform may further contain one or more 
10 concentric tubes surrounding the solid rod. These tubes may, naturally, contain the same 
type of above-discussed elongated grooves. 

As the core of a microstructured fibre may be realised using the same material as the 
background material of the cladding (for example pure silica), it is preferred to have a 

15 certain number of voids surrounding the core in order to confine light efficiently. Also, it 
may be preferred to have certain number of annular regions of voids (rings) surrounding 
the core to provide low leakage losses of the microstructured fibre. Therefore, preferably 
the number of grooves in the rod or tube is around six or higher. While pure silica core 
microstructured fibres may be preferred for certain applications, the methods disclosed in 

20 the present invention may, naturally, also be employed for microstructured fibre comprising 
doped cores. Hence the present invention also covers rods with a given refractive index 
profile, as well as rods comprising various kinds of active dopants - such as for example 
Er, and/or Yb. For microstructured fibre with a low-index core, such as for example an air-, 
guiding PBG fibre, it is also preferred to have a large number of voids placed in rings 

25 around the core. Hence, also for such types of microstructured fibres, it is preferred to have 
a number of tubes with a relatively large number of grooves, such as at least 6, 12. 1 8. 24, 
30 or at least 36 grooves. 

As yet another example, the tube may contain slits (50) that are formed using the same 
30 type of etching as used for the fomriation of the grooves - see Fig. 5. Naturally, two slits 
may not extend the entire length of a tube in order for the tube to remain in one piece. 

The rods and tubes needed for the multi-sleeving type of preform may be fabricated using 
a setup resembling the one presented in Fig.1 . but where the grooves are formed on the 
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outside surface of the rods/tubes. For the fabrication of slits in the tubes, the etching may 
be done from the outside surface of a tube all the way through the tube wall. 

Fig. 6 shows a photograph of a tube for a preform or parts thereof according to the present 
5 invention having a large number of slits. The slit have been fabricated using the above- 
described method using laser etching with a CO2 laser. The photograph shows one section 
of the tube with slits. The slits only extend a limited length of the tube. It ensures 
mechanical stability to limit the lengths of the slitted sections and leave a section between 
these non-processed. A second tube that the slitted tube is sleeving into can be seen in left 
10 of the photo. The width of bridges between slits may be processed such that it ranges from 
some millimetres and down to some tens of microns. Practical limitations are determined 
by requirements on mechanical stability. 

The tube in Fig. 6 was processed by a laser system based on a Howden laser with a 
15 maximum power of up to 2.8kW. The slits were etched in a pure silica tube with an outer 
diameter of 29mm and an inner diameter of 24mm. the etching was perform using 200W of 
power and the etching speed was lOOmm/min. By setting the annular step of the rotation of 
the tube to 12°, 30 bars with a length of 100mm were made (a bar being the bridging 
regiohvbetween two slits). Lower annular stepping was also performed down to 6° yielding 
20 a robust tube with slits of dimensions of less lOOj^m in width, and more than 50 slits. 

Fig. 7 shows a photograph of a rod having a large number of grooves according to the 
present invention (top figure). The physical parameters of the grooves (width and depth) 
may be different in the different sections. The specific tube and rod shown In Fig. 6 and 7 

25 has a large number of slits/grooves, respectively. The large number of slits/grooves (in 
excess of 50) is easily obtained by programming of the laser etching system. After 
mounting of the tube/rod in a setup as schematically shown in Fig. 1 . the laser etching 
processes may be automated using programmable robotic techniques. Hence, manual 
work for realization of a large number of slits/grooves becomes very limited and compared 

30 to prior art methods of realizing microstructured fibres using manual stacking and 

attachment of capillary tubes for realization of voids in micro-structured fibres, the here- 
disclosed methods provide much lower manual work. Hence, production of microstructured 
fibres may be more automated using the present invention and reproducibility may also be 
improved using high-precision robotic techniques for the laser etching process. 
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The rod in Fig. 7 was processed by the sao^e laser system as forlhe tube ir, Fig. 6, 60 
grooves were etched Ir, a silica rod with an outer diameter of 33nnm. the etching was 
performed using 600W of power and the etching speed was 5O0mm/m,n. 

5 AS an improyement to the laser etching process, the present Inventors have realized that it 
n,ay be an advantage to rotate the focus of the laser beam during etching. 

The large number of slits/grooves in Fig. 6 and 7 render .he dimensions IndMdua, 
s«grooyes significantly smaller than «,e dimensions of the tube/rod i.^1.. F,g. 8sh<»,s 

10 ZoZ exam^e of a tube according to the present invention; the tube has six grooves o, 
Tmenlns that have a reia«ve,y sma« deference compared ofthe dimer^ions of t^efube. 
The dimensions of the grooves are on the order of several millimetre,, whereas «,e 
dimensions of the grooves/slits in Fig. 6 and 7 signiflcantly smaller-as prevousW 
mentioned. F«. 6, 7 and 8, therefore, show .ha. a large range of «-nS'0™l as 

1 5 number of .he grooves/slHs are possible .o fabricate using the here<i,sclosed memods. 

For real^a.ion of for example air-dad fibres having a Ngh nun^rical aperture (NA^ it is an 
advantage to have a high air «ng fraction in .he air-dad layer. The ^ere^-^-^ 
methods provide an improved method for realizing high NA flbre based on an .r clad layer. 

20 Fig gshowsanexampteofaprefomtforanair-cladflbrerealiseduslngamethod 

alrdlng to me presen. InyenUon. The figure shows a ph„.ograph of an outer section of 
ht prefom, The ixefom, consists of a centra, rod In a tube wfth a number of s„ts *,ch 
again is sleeved inside anomer .ube. The ,lvee elemems have been fused .ogether .n a 
IvenUonal drawing tower at a .empera«„e of 2000Oc and pulled into .he pr^fom. .hat 

25 measures approximately 5mm In diameter. ^ _ 

High NA fibres find extensive use In for example cladding pumped fibre lasers or amplfflers. 

such fibres may comprise a doped, acUve core and voids in an air-clad 'av- 'hat - 

pos«oned a. a significant distance away from .he doped core. Typically ,n t e frnal fibre^ 
30 L core diameter is in the range fn,m 5^m ,o 25im, and .he inner pads of the a,r-clad ayar 

are WPically placed a dis.ance of a. leas. «,.ee «mes me core radius from the doped core. 

"nl for reanzation of prefomis for high NA fibres fo s fibre laser and amp«.r. 

may m«e.ore, be preferred to have me grooves/slits/channals placed at a ceria.n d,stance 

away from me doped core. In preferred embodiments, me grooves/sli.s/channels of a 
35 JL according .o m. present invention are positioned in at leas, one annular region 



SUBSTITUTE SHEET (RULE 26) 



wo 02/072489 



PCT/DK02/00154 



32 

surrounding the preform centre, where a distance from the preform centre to an inner part 
of the grooves/slits/channels is more than half the preform radius. In other prefen-ed 
embodiments, the grooves/sllts/channels are positioned at a distance from a doped core of 
more than three times the radius of the doped core. The above-described distances refer to 
5 distances in the cross-section of the preform. 



The present inventors have further realized methods that include fabrication of preforms 
where tubes and/or rods having grooves and/or slits are combined with the use of capillary 
tubes. As the guided mode in microstructured fibres is most strongly influenced by the 

10 structure in the core region and its nearest surroundings, it may be preferred only to have 
the innermost part of the preform formed using laser etched grooves and/or slits. Fig. 10 
shows a schematic example (top) of the cross section of a preform with a combination of a 
solid rod (100) having grooves (101) along its length sun-ounded by a single, sleeving tube 
(102) that is further sun-ounded by a multitude of capillary tubes (103). The preform also 

15 includes an overcladding tube (104) sun-ounding the capillary tube (103). the sleeving tube 
(102). and the laiser-etched rod (100). 

Fig. 10 shows a photograph (bottom) of fibre pulled from perfonn comprising a central rod 
having six CO2 laser written grooves, the rod with grooves being sleeved inside a first tube 
20 thafriagain is surrounded by a number of capillary tubes stacked in an overcladding tube - 
as shown schematically in Fig. 10 (top). The outer diameter of the prefomi was 25mm and 
the fibre diameter is 125nm. 

The sleeving of the rod with grooves into the first tube was performed in a lathe where the 
25 first tube was attached to the non-grooved outer surface of the rod under heat treatment. 
I ne neat treatment was done using a conventional lathe for processing of optical prefomis. 
After sleeving, the preform element comprising the rod with grooves and the first tube was 
placed in an overcladding tube together with the capillary tubes to fomi the final preform. 
This preform was drawn in a conventional drawing tower. The drawing conditions and 
30 manners of controlling the voids may be found in literature, for example in the above- 
mentioned DiGiovanni et al. reference or references therein. 



The six inner (laser-fonned) holes became circular when pulling and they are unifonn in 
diameter. The capillary-formed holes are less uniform and circular due to slack in stacking. 
35 This slack may be eliminated in various ways for example by using more dense stacking of 
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the capillary tubes (e.g. by using a larger number) or by using an overcladding tube with a 
non-circular inner shape (e.g. a hexagonal shape). Hence, a good uniformity of the voids in 
the final fibre may be obtained by using grooves. 

5 For certain applications, it may be preferred that the various components of the preform are 
made of different materials - such as different glasses or different polymers. Particulariy, 
the solid rod may consist of silica-based materials with various refractive index profiles. 
These index profiles may be obtained from doping techniques - fabricating the solid rod 
using for example modified chemical vapour deposition. 

10 

The grooves and/or slits may also be fabricated using other means than laser etching or 
laser ablation, such as for example mechanical sawing or mechanical drilling. Preforms or 
parts thereof comprising rods or tubes having a multitude of longitudinal grooves and/or 
slits manufactured by such means are also included in the present invention. 

15 

It is an advantage of the method utilising sleeving of concentric tubes that channels 
resulting from grooves/slits in the same tube/rod are at all times fixed in position with 
respect to each other. This provides improved reproducibility for the fabrication of 
microstructured fibres compared to prior art methods based on stacking of capillary tubes. 

20 

The present inventors have further realised that the here-disclosed methods that provide a 
position fixation of channels is further advantageous by providing a potential reduction of 
degrading effects in the final microstructured fibres - such as for example polarisation 
mode dispersion - that appear in prior art microstructured fibres due to non-symmetric 
25 arrangements of features in the cross section of the fibres. In the prior art method using 
stacking of tubes and/or rods, the tubes/rods may unintentionally slide away from desired 
positions during preform fabrication and/or fibre drawing resulting in non-symmetric 
microstructures in the cross section of the final fibres. 

30 it is further advantage of the methods that utilises laser ablation and the method that 
utilises laser etching of grooves and/or slits that both methods may be fully automated 
yielding a high reproducibility. 

It is a further advantage of the method disclosed in this patent application that utilises laser 
35 etching or laser ablation of channels (including grooves and slits) that the method, in 
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prindple. does not introduce contamination of the preform material as no mechanical 
means are used to form the channels, and the method may therefore be used to obtain 
ultra-clean preforms. 

5 In the prior art. microstructured fibres that operate by photonic bandgap effects and that 
have been demonstrated experimentally have been fabricated using a high number of 
capillary tubes (see Knight et al. Science. Vol. 282. pp. 1476-1478. 1998; Cregan et al 
Science. Vol. 285. pp. 15371539. 1999; West et al. proceedings of the European 
Conference on Optical Communications, pp. 41-42. 2000). Due to the aforementioned 
1 0 disadvantageous of using capillary tubes for the fabrication of microstructured fibres, it is 
desired to limit most possible the use of capillary tubes. The present inventors have " 
realized a method aimed at fabrication of microstructured fibres, where at only a single 
capillary tube is employed for the realization of the core and inner cladding region. Outer 
capillary tubes may optionally be used for mechanical or other non-optical reasons 



15 



The method comprises a number of steps and it will be described using Fig. 11 and 12 as 
examples. 

As a first step of the method, a preform Is provided. Fig. 1 1 (top) shows schematically a 
20 cross section of a preform according to the present invention. The preform comprises a 
single, capillary tube (110) placed in a centre of the preform. Surrounding the single 
capillary tube (1 10) is a number of solid rods (111). The rods (1 1 1) have preferably a 
circular shape and preferably have an outer diameter that is substantially Identical to that of 
the Single capillary tube (110). The use of rods and a single capillary tube of substantially 
25 Identical outer diameter allow a close-packed stacking of the rods and the single tube - 
providing a very regular pattern of interstitial voids (1 12). For optimum operation of a 
microstructured fibre drawn from the preform, it is important that as large a region as 
possible in and around the preform centre is close-packed. It is. therefore, desired to have 
as many rings of close-packed rods sun-ounding the single capillary tube as possible such 
30 as at least two rings, such as at least three, such as at least five rings. In practice.^the 
number of rings of close-packed rods surrounding the single tube is limited as the preform 
in preferred embodiments comprises an overcladding tube (113) with a circular inner 
shape. In order for the close-packed rods and single capillary tube to be as well stabilized 
as possible inside the overcladding tube, it is may be preferred to introduce yet other rods 
35 or optionally tubes (1 14) of usually smaller outer diameter than the rods 
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As a second step of the method, the preform is drawn into a cane using a slight under 
pressure inside the overcladding tube. The under pressure assures close-packing of the 
rods and single capillary tube of identical outer diameters. Naturally, the under pressure 
5 must be controlled and not be too strong in order for the interstitial holes to remain open. 
The single capillary tube may either be open during drawing into cane, it may be sealed in 
the opposite end from which the drawing takes place, or preferably the pressure may be 
controlled actively and independently of the pressure in the overcladding tube. 

10 An example of a cane having an outer diameter of around 3mm is shown in Fig. 1 1 

(bottom). The photographic picture shows that the interstitial voids may be well positioned 
in a periodic structure in a region surrounding the centre of the cane. 

As a next step, the cane may be drawn into fibre using a conventional drawing tower. 

15 Additionally, the cane may be overcladded yet on or more times. Naturally, it may be 

advantageous to control also the pressure inside the cane during drawing into fibre in order 
to control the size and shape of the interstitial holes as well as of the central hole fomned 
from the inside of single capillary tube in the original preform. The pressure inside the 
central hole may preferably be controlled independently. As an example of a 

20 microstructured fibre that may be realised using the present invention. Fig. 12 shows a 
scanning electron micrograph of the inner structure of such a microstructured fibre. The 
interstitial holes are seen to have obtained a substantially circular shape and they are 
an-anged as isolated, microstructured features in a very regular honeycomb pattern - a 
microstructured feature having a centre-to-centre distance to a nearest neighbouring 

25 feature of approximately 2jam. Both the arrangement and the centre-to-centre distance are 
as desired and comparable to prior art microstructured fibres guiding light by ptiotonic 
bandgap effects (see the above-referenced article by Knight et al. in Science), but realised 
using a method where a high number of capillary tubes are stacked. It is. however, 
important that microstructured fibres fabricated using the here-presented method 

30 potentially have much lower propagation losses due to improved cleanliness as previously 
discussed. Furthennore, as the glass quality - in terms of low impurities - are often better 
for solid rods than for capillary tubes, microstructured fibres realised by using the method 
disclosed by the present inventors will have lower propagation losses than microstructured 
fibres fabricated using the prior art method using a high number of capillary tubes. One of 

35 the main reasons for this is the reduction of OH contamination, usually associated with the 
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glass surface. Hence, a reduction of the total surface area in a preform using rods as 
replacements for tubes is preferable. Furthemiore. the reduction of inner surfaces that are 
generally more difficult to clean than outer surfaces (due to hindered access), the above- 
described method provides potentially lower total fibre losses. 

5 

As holes of different size may behave differently during drawing, it will be advantageous to 
have the hole inside the single capillary tube to have a cross-sectional area substantially 
identical to that of a single interstitial void. From close-packed stacking of the rods, the 
interstitial voids will in total occupy an area of around 9% of the cross section. For the hole 

1 0 in the single capillary tube to occupy around 9% of the total area of the capillary tube, is 
desired to have a certain relation between the inner and outer diameter of the single 
capillary tube. Due to the fact that the rods will melt together during drawing into cane, the 
interstitial voids will occupy an area less than 9% - more likely around 8%. Hence, it may 
be preferred to have the inner diameter around 0.3 times the outer diameter. For certain 

15 applications, it may, however, be prefen-ed to have a different relation between the inner 
and outer diameters in order for the resulting microstructured fibre to have specific 
waveguiding properties, such as e.g. specific dispersion properties. In most such cases, 
the inner diameter will be in the range of between 0.1 and 0.6 times the outer diameter. 

20 With*espect to reproducibility and longitudinal uniformity of the fabricated microstructured 
fibres, it is an advantage of the above-described method of realising microstructured fibres 
with honeycomb cladding structures and a low-index core that only an outer diameter must 
be controlled. The prior art method, which utilises stacking of capillary tubes and rods, 
requires also an accurate control of the outer diameter of the rods and tubes, but it 

25 additionally requires an accurate control of ah inner diameter of the capillary tubes - this is 
avcTCfedirrthe above-described method: 

Other prefomis according to the present invention are shown in Fig. 13. The figure shows 
examples of fibre comprising a single central capillary tube (130) of significantly larger 
30 dimensions than the surrounding solid canes (131). Again, a large overcladding tube (132) 
is used for holding the preform together. 

It is an advantage of all methods presented in this patent application compared to methods 
based on extrusion that contamination of the fibre preform material may be significantly 
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reduced. This is an important advantage in order to obtain microstructured fibres with low 
propagation losses. 

The rods, tubes and the preforms or parts thereof according to the present invention may 
5 be handled in manners similar to the handling of prior art rods, tubes and preforms for 
drawing microstructured fibres (see for example the afore-mentioned DIGiovanni et al. 
reference or references therein). For drawing of microstructured fibres from glass-based 
preforms according to the present invention, similar drawing conditions as described by 
DiGiovanni et al. may be used (including temperature, pulling speeds etc). For other 
10 materials of the background material, for example polymer, other drawing conditions may 
be used. For polymer-based preforms or parts thereof according to the present invention, 
drawing and handling conditions as for example described by Eijkelenborg et al. in Optics 
Express. Vol. 9. No. 7. page 319. 2001, or by Argyros et al. in Vol. 9. No. 13. pp. 813. 2001 
may be employed also for the present invention. 

15 

The present inventors have further realised manners of fabricating microstructured fibres 
that may provide low splicing losses to other microstructured fibres as well as to 
conventional optical fibres. 

20 The present inventors have realised that microstructured fibres according to the prior art 
may be problematic to splice, due to expanding or collapsing of air holes during splicing 
with usual parameters, or splicing with low mechanical pull strength may result for example 
due to non-adhesive connection at the splice. The potential problems are illustrated 
schematically in Fig. 14 for a splice between a microstructured fibre with elongated air 

25 holes (140) and a conventional fibre with a doped core (141). With usual splicing 

parameters the splice may be too hot and the joining of the fibre ends may be perfomried 
too late - causing a collapse of the air holes in the end of the microstructured fibre - see 
Fig. 14 (top). If. on the other hand, the joining is performed too fast - with respect to the 
time of heating the end of the microstructured fibre - the holes may expand significantly 

30 due to the fact that air which expand during heating may not escape the region around the 
fibre joint (see Fig. 14 (middle)). Both cases of collapsing and expanding air holes will 
degrade the waveguiding properties of the microstructured fibre and introduce an 
undesirably increased coupling loss between the microstructured fibre and the 
conventional fibre. In order to avoid the collapse or expansion of the air holes, it could be 

35 imagined to lower the splicing temperature. A problem, using prior art fibres in this respect. 
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may. however, be an insufficient joint as illustrated schematically in Fig. 14 (bottom), where 
undesired gaps (142) exist in the fibre joint. Such undesired gaps may degrade the 
mechanical stability of the fibre joint, and is naturally disadvantageous. 

5 The present inventors have realised microstructured fibres comprising one or more 

specially designed regions of low viscosity glass - compared to the viscosity of the glass in 
the region comprising the microstructure - that are advantageous compared to prior art 
microstructured fibres with respect to splicing losses. The present inventors have realised 
methods of fabricating such microstructured fibres, including methods of fabricating 
1 0 preforms or parts thereof for such fibres, as well as the present inventors have realised a 
number of preferred designs of such fibres. 

To identify the temperature at which glass articles deform under their own weight (for 
example, shaping through slumping), the so-called softening temperature (Ty.e) is 
15 designated. That is the temperature at which the glass has a viscosity of lO^ ^dPa.s. The 
softening temperature is also referred to as softening point. 

Typically T7.6 is around 1 650-1 700°C for a pure silica glass. For other types of glasses, for 
example various types of compound glasses. T7.6 may be significantly lower. Especially for 
20 polymers T7.6 may be much lower than for pure silica, such as typically in the range of a 
few hundred degrees Celsius or less. The softening temperature of various materials, 
including silica and doped silica glasses may for example be found in text- or data books. 

By incorporating in the fibre a material having a lower viscosity than the background 
25 material of the microstructured part of the fibre. I.e. softening at lower temperature than the 
backgrouna matenai. good fusion of the two fibres can be obtained, while keeping the 
microstructure in the microstructured fibre substantially unchanged. The parameters of the 
splice are chosen so that the low viscosity material softens and adheres to the other fibre 
while the microstructure remains unchanged by the splicing process. 
30 . 

An example of a microstructured fibre and a fibre splice according to the present invention 
is illustrated schematically in Fig. 15. The microstructure (150) in the microstructured fibre 
is surrounded by a ring of softer material (151) extending from the outer edge of the 
microstructure to the outer edge of the microstructured fibre. The soft material layer can for 
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example be deposited by a chemical vapour deposition (CVD) technique, or by tube 
jacketing. 

In one implementation the background material of the microstructure Is pure silica and the 
5 low viscosity ring is made of silica doped with fluorine, or with phosphorus, or with 
germanium, or with chlorine, or with any combination of these. 

Other examples of microstructured fibres according to the present invention and splices 
incorporating such fibres are illustrated schematically in Fig. 16. 

10 

In the basic implementation, the low viscosity material fills the whole fibre volume except 
the microstructure volume - as shown in Fig. 15. The volume shall be referred to as the 
overcladding volume. The present inventors have realised other designs of microstructured 
fibres comprising low viscosity glasses that may be further advantageous. Fig. 16 shows 
1 5 implementations where the low viscosity material (160) only partially fills the overcladding 
volume. Such implementation might be easier and less costly to realize than the basic 
implementation using standard fibre fabrication techniques. 

20 The present inventors have further realised that the addition of an intermediate fibre placed 
between a microstructured fibre and a conventional fibre may be beneficial. An example of 
such a fibre long length including three shorter fibre pieces is schematically illustrated in 
Fig. 17. The intermediate fibre (170) may be a conventional fibre having a doped core 
(171) and including a low viscosity material region (172), like the microstructured fibre. 

25 An advantage of this addition is that the microstructured fibre and the intermediate fibre 
can be spliced robustly at a relatively low temperature without affecting the microstructure 
structure due to the contact of the low viscosity regions of both fibres. The other end of the 
intermediate fibre (173) can be spliced to the conventional fibre in the conventional manner 
since there are no air holes present at the splicing interface. 

30 

Fig. 18 illustrates yet another example of a fibre length according to the present invention, 
it is well known to those skilled in the art of microstructured fibres, that the propagation 
mode(s) supported by a microstructured fibre can be significantly different to the modes 
supported by conventional fibres. In order to provide a coupling with low losses of light 
35 travelling from a microstructured fibre to a conventional optical fibre (or the other way), the 
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present inventors have further realised that it is advantageous to introduce an intermediate 
fibre between the two fibres. The intermediate fibre preferably comprises both a low 
viscosity glass (180) and a core region (181) being non-uniform in the longitudinal direction 
of the intermediate fibre - such as for example a tapering. The non-uniformity provides 
5 mode matching at the two fibre splices (182) and (183) and the low viscosity glass (180) 
provides low splicing losses at the joint between the microstructured fibre and the 
intermediate fibre. 

As another example of a length of fibre comprising a microstructured fibre, an intermediate 
10 fibre providing mode matching and spliceability. and a conventional optical fibre is 

illustrated in Fig. 19. In this example only the intermediate fibre comprises a material (190) 
with a low viscosity. The microstructured fibre comprises in this example only a single 
material (191) (apart from the material of the channels) having a higher viscosity than the 
material (190). 

15 

Although only intermediate fibres without microstructures have been presented in the 
examples, also intermediate fibres comprising microstructures are a part of the present 
invention. 

20 As avilemonstrator, the inventors have fabricated a solid fibre with an outer cladding 

consisting of highly fluorine-doped glass (2 wt%). This fibre consisted of 3 glass types: an 
outer F-doped cladding, an inner pure silica cladding and a Ge-doped core. The fibre 
resembles the intermediate fibre in Fig. 190. except that the low viscosity glass is placed in 
direct contact with the core. At the softening point (10^^ dPa sec). the viscosity of F-doped 

25 glass is around 10^ dPa sec. The outer diameter of the outer cladding was 125 um. the 
outer diameter of the inner cladding was 15 um and the core had a diameter of 3 um. The 
Ge doping concentration in the core was chosen so that the core supported only the 
fundamental optical transverse mode (LPOO). A picture of the cleave facet of the realised 
fibre (top) and a drawing of the design (bottom) can be seen in figure 20. The figure shows 

30 schematically the core (200). the inner cladding (201). and the outer cladding (202). 

To show that this glass material gets softer at lower splice temperatures than pure silica, 
this fibre was spliced to itself using a splice recipe optimised for standard single mode fibre 
(SMF28, Corning). The splice heating parameter is P = 20,5 W. The result can be seen in 
35 Figure 21 (top). Firstly, the double-structure of the inner cladding and the core are clearly 



CID: <WO_020724S9A?_I_> 



SUBSTITUTE SHEET (RULE 26) 



wo 02/072489 



PCT/DK02/00154 



41 

seen from this side view picture (light region). Secondly, it is clear that these inner 
structures are "sagging". This is evidence of the outer cladding being soft during heating, 
thus allowing the inner structures to move during splicing. 

5 Reducing the heating during splicing makes it possible for the outer cladding to "hold" the 
inner structures in place during splicing, thus keeping them straight. The splice heating 
parameter in this case is P = 18W. The result is seen In Figure 21 (bottom). 

Finally, it should be mentioned that the improvements disclosed in the present patent 
10 application relate to - but are not limited to - all presently known applications of 
microstructured optical fibres and of other optical fibres. 
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CLAIMS 

1 . A tube for use in a preform for a microstructured fibre, said tube having an inner 
and an outer surface in a longitudinal direction along the axis of said tube and a cross 
5 section perpendicular thereto, and said tube having a number of grooves and/or slits 
arranged at pre-determined positions in the inner and/or the outer surface and 
extending in the longitudinal direction of the tube. 

2. A tube according to claim 1, wherein the number of grooves and/or slits are at least 
10 2, such at least 3 or such at least 4. 

3. A tube according to claim 1 or 2, wherein the number of grooves and/or slits are at 
least 6 or at least 8. 

15 4. A tube according to any of the preceding claims, wherein the number of grooves 
and/or slits are at least 12, such at least 18, such at least 24, such at least 30, such 
at least 50 or such at least 100. 

5. A tube according to any of the preceding claims, wherein the grooves and/or slits 
20 extend over a majority of the length of the tube. 

6. A tube according to any of the preceding claims, wherein all or at least a plurality 
of said grooves and/or slits are arranged substantially parallel to each other. 

-2§-^v^-^-t,be-accordtng to arty^jf-the preceding claims, wherein each of said grooves 

and/or slits are arranged as helical grooves and/or slits along the outer and/or the inner 
surface. 

8. A tube according to any of the preceding claims, wherein all or least a plurality of 
30 the grooves and/or slits extend the entire length of the tube. 

9. A tube according to any of the preceding claims, wherein all or at least a plurality 
of the grooves and/or slits extend only a limited part of the length of the tube. 



SUBSTITUTE SHEET (RULE 26) 



wo 02/072489 



PCT/DK02/00154 



43 

10. A tube according to any of the preceding claims, wherein the grooves and/or slits 
in the cross section are placed substantially equidistant to each other. 

1 1 . A tube according to clainn 10, wherein the grooves and/or slits are placed in a 
5 substantially circularly symmetric manner with respect to the axis of the tube. 

12. A tube according to any of the preceding claims, wherein the grooves and/or slits 
have dimensions in the cross section in a range from 0.5mm to 50mm, such as from 
0.5mm to 5.0mm, such as from 5,0mm to 20mm, such as from 20mm to 50mm. 

10 

13. A tube according to any of the preceding claims, wherein a plurality of the 
grooves and/or slits have a length of at least 5cm, such as at least 10cm, such as at 
least 50cm, such as at least 100cm, such as at least 1 50cm. 

15 14. A tube according to any of the preceding claims, wherein the tube consists of a 
silica-based glass material. 

15. A tube according to any of the preceding claims, wherein the tube is fabricated 
using sol-gel techniques. 

20 

16. A tube according to claim 14 or 15, wherein the tube has a predetermined 
refractive index profile being realized using doping techniques. 

17. A tube according to any of the preceding claims, wherein said grooves and/or slits 
25 are made using a laser ablation technique or a laser assisted etching technique. 

18. A tube according to claim 14 and 17, wherein the tube is heated to a temperature 
around or above 800 °C during at least part of said laser ablation or laser etching. 

30 19. A tube according to claim 17 or 18, wherein the grooves and/or slits are formed 
using a laser beam being incident on the tube or parts thereof from a direction 
substantially perpendicular to the longitudinal direction of the tube. 
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CW laser, such as a frequency doubled yAG laser, or a C02 laser. 

5 r '° °' O' Slits are 

= forced d,rec.,y „e tube during .abrlcatlon o, .He tube usin. a n,ould vyith , 

predetermined shape. 

22^ A tube or rod according ,o any o, the claims , ,,4 or , 6. wherein said grooyes 
and/or s„.s are .ade using a ,r,aohanlcal „,„i„g or drilling .echnicue. 

23^ A rod for use in a preW for a n,lcrostru«ured fibre, said rod haying an outer 
surface ,n a longitudinal direction along .he axis of said rod and a cross sec.lon 
P rpend,cular thereto, and said rod haying a nun-ber o, grooyes arranged a, r - 

,s .:: ^ " ---^ '--^'-^ - - --'--i dLtion of 

" or'tlr. *° " " ~ '^^ — - ~ are a. leas, a 

l!!s,'',r "r'"" '° °' '^^ »' srooyes are a, 

2. r:. ;r ^' ^"'^ - « -rr: 

27. A rod according to any of the claims 7^ 9r i, ■ 

3 y me Claims 23-26, wherein the grooves extend ov/*.r a 
majonty of the length of the rod. ^ 

30 28. A rod according to any of the claims 9-? 9-7 i. • 

said aro«. ' a" or at least a plurality of 

said grooves are arranged substantially parallel to each other. 



29. A rod according to any of the claims 23-28. wherein each of said grooves 
arranged as helical grooves along the outer surface. 



are 
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30. A rod according to any of the claims 23-29, wherein all or least a plurality of the 
grooves extend the entire length of the rod. 

5 31 . A rod according to any of the claims 23-30, wherein all or at least a plurality of 
the grooves extend only a limited part of the length of the rod. 

32. A rod according to any of the claims 23-31, wherein the grooves in the cross 
section are placed substantially equidistant to each other. 

10 

33. A rod according to claim 32, wherein the grooves are placed in a substantially 
circularly symmetric manner with respect to the axis of the rod. 

34. A rod according to any of the claims 23-33, wherein the grooves slits have 
15 dimensions in the cross section in a range from 0.5mm to 50mm. such as from 

0.5mm to 5.0mm, such as from 5.0mm to 20mm, such as from 20mm to 50mm. 

35. A rod according to any of the claims 23-34, wherein a plurality of the grooves 
have a length of at least 5cm, such as at least 10cm, such as at least 50cm. such as 

20 at least 100cm. such as at least 150cm. 

36. A rod according to any of the claims 23-35. wherein the rod consists of a silica- 
based glass material. 



25 37. A rod according to any of the claims 23-36. wherein the rod is fabricated using 
sol-gel techniques. 

38. A rod according to claim 36 or 37, wherein the rod has a predetermined refractive 
index profile being realized using doping techniques. 

30 

39. A rod according to any of the claims 23-38. wherein said grooves are made using 
a laser ablation technique or a laser assisted etching technique. 
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40. A rod according to claim 36 and 39. wherein the rod is heated to a temperature 
around or above 800 "C during at least part of said laser ablation or laser etching. 

41 . A rod according to claim 39 or 40. wherein the grooves are formed using a laser 
5 beam being incident on the rod or parts thereof from a direction substantially 

perpendicular to the longitudinal direction of the rod. 

42. A rod according to any of the claims 39-41 , wherein the laser is a pulsed or CW 
laser, such as a frequency doubled YAG laser, or a C02 laser. 

10 

43. A rod according to any of the claims 23-36. wherein said grooves are formed 
directly in the rod during fabrication of the rod using a mould with a predetermined 
shape. 

15 44. A rod according to any of the claims 23-36, wherein said grooves are made using 
a mechanical milling or drilling technique. 

45. A method of fabricating a preform for a microstructured fibre or a part for a 
preform for a microstructured fibre, said preform or part having a length in a 
20 longitudinal direction and a cross section perpendicular thereto, said preform or part 
comprising elongated channels that are arranged at pre-determined positions and 
extending in the longitudinal direction of the preform or part, wherein said channels 
are manufactured using a laser ablation technique or a laser etching technique. 

-25-ter-AnTrethoa accoramg to claim 45, wherein a plurality of the channels are 
substantially parallel. 

47. A method according to claim 45 or 46, wherein each or at least parts of said 
channels is arranged as helical channels in the longitudinal direction of the preform. 



30 



48. A method according to any of the claims 45-47. wherein the channels are formed 
using a laser beam being incident on the preform or parts thereof from a direction 
substantially perpendicular to the longitudinal direction. 
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49. A method according to claim 45 or 46, wherein the channels are formed using a 
laser beam being incident on the preform or parts thereof from a direction substantially 
parallel to the longitudinal direction. 

5 50. A method according to any of the claims 45-49, wherein the laser is a pulsed or 
CW laser, such as a frequency doubled YAG laser, or a C02 laser. 

51 . A preform or part made using any of the methods of claim 45-50, wherein a 
plurality of the channels have a length of at least 5cm, such as at least 10cm, such as 

10 at least 50cm, such as at least 100cm, such as at least 150cm. 

52. A preform or part according to any of the claims 45-51, wherein elongated 
channels are formed in a single rod. 

15 53. A preform or part according to any of the claims 45-52, wherein elongated 
channels are formed in one or more tubes. 

54. A preform or part according to claim 52 or 53, wherein at least 6 channels, such 
as at least 8 channels, such as at least 12 channels, such as at least 18 channels, 
20 such as at least 24 channels, such as at least 30 channels, such as at least 50 

channels or such as at least 100 channels are formed in the rod and/or in one or more 
tubes. 

55. A preform or part according to any of the claims 45-54, wherein th e elongated 

25 channels extend over a majority of the preform length. 

56. A preform or part according to claim any of the claims 52.55, wherein the single 
rod consists of a silica-based glass material. 

30 57. A preform or part according to claim 56, wherein the single rod has a special 
refractive index profile being realized using doping techniques. 
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58. A preform or part according to any of the claims 45-57, wherein the preform or 
part .s heated to a temperature around or above 800 oq during at least part of said 
laser ablation or laser etching. 

5 59. A preform or part according to any of the claims 45-58. wherein the preform or 
part IS fabricated using sol-gel techniques. 

60. A preform for a microstructured fibre or a part for a preform for a microstructured 
fibre, said preform or part having a length in a longitudinal direction and a cross 
10 section perpendicular thereto, said preform or part comprising: 

at least 2 concentric tubes having different inner as well as outer diameters 

at least one of said at least two concentric tubes having grooves and/or slits 
15 extending in said longitudinal direction. 

61. A preform for a microstructured fibre or a part for a preform for a microstructured 
f.bre,^a.d preform or part having a length in a longitudinal direction and a cross 
section perpendicular thereto, said preform or part comprising: a rod being arranged at 
20 the centre of the preform or part, one or more tubes being concentric to said rod, said 
rod being sleeved inside a first of said one or more concentric tubes, wherein said rod 
and/or at least one of said concentric tubes has grooves and/or slits extending in said 
longitudinal direction. 

25 62. A preform or part or part according to claim 61 said oreform or r,=.r» 

» v^iaiiii ui, !,aia prerorm or part comprising at 

least two tubes being concentric to the rod. 

63. A preform or part according to any of the claims 60-62, wherein the number of 
innermost longitudinally extending grooves and/or slits with respect to a centre of the 

30 preform or part are at least 2, such as at least 3 or such as at least 4. 

64. A preform or part according to any of the claims 60-63, wherein the number of 
mnermost longitudinally extending grooves and/or slits with respect to a centre of the 
preform or part are at least 6 or at least 8. 
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65. A preform or part according to any of the claims 60-64, wherein the number of 
innermost longitudinally extending grooves and/or slits with respect to a centre of the 
preform or part are at least 1 2, such as at least 1 8, such as at least 24, such as at 

5 least 30, such as at least 50 or such as at least 1 00. 

66. A preform or part according to any of the claims 60-65, wherein for the rod or at 
least one concentric tube, the number of grooves and/or slits are at least 2, such as at 
least 3 or such as at least 4. 

10 

67. A preform or part according to any of the claims 60-66, wherein for the rod or at 
least one concentric tube, the number of grooves and/or slits are at least 6 or at least 
8. 

15 68. A preform or part according to any of the claims 60-67, wherein for the rod or at 
least one concentric tube, the number of grooves and/or slits are at least 1 2, such as 
at least 18. such as at least 24. such as at least 30, such as at least 50 or such as at 
least 100. 

20 69. A preform or part according to any of the claims 61-68, wherein for the rod and 
at least one concentric tube, the number of grooves and/or slits are at least 2, such as 
a least 3 or such as at least 4. 

70. A preform or part according to any of the claims 61-69. wherein for the rod and 
25 at least one concentric tube, the number of grooves and/or slits are at least 6 or at 

least 8. 

71 . A preform or part according to any of the claims 61-70, wherein for the rod and 
at least one concentric tube, the number of grooves and/or slits are at least 12. such 

30 as at least 18, such as at least 24, such as at least 30. such as at least 50 or such as 
at least 100. 

72. A pieform or part according to any of the claims 60-71 , wherein the preform or 
part comprises at least two concentric tubes having grooves and/or slits, where for 
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each of the two tubes the number of grooves and/or slits are at least 2, such as at 
least 3 or such as at least 4. 

73. A preform or part according to any of the claims 60-72. wherein the preform or 
5 part comprises at least two concentric tubes having grooves and/or slits, where for 

each of the two tubes the number of grooves and/or slits are at least 6 or at least 8. 

74. A preform or part according to any of the claims 60-73, wherein the preform or 
part comprises at least two concentric tubes having grooves and/or slits, where for 

10 each of the two tubes the number of grooves and/or slits are at least 1 2, such as at 
least 18. such as at least 24, such as at least 30, such as at least 50 or such as at 
least 100. 

75. A preform or part according to any of claims 60-74, wherein the grooves and/or 
15 slits are arranged so as to substantially form channels in said preform or part. 

76. A preform or part according to any of the claims 60-75. wherein for a tube or rod 
having grooves and/or slits, each or at least part of said grooves and/or slits are 
arranged on an outer surface of the tube or rod. 

20 

77. A preform or part according to any of the claims 60-76, wherein all or at least a 
plurality of said grooves and/or slits are arranged substantially parallel to each other 
and extending in the longitudinal direction of the tube or rod. 

_2§-^-8^A-pr€form oi pari acxjxjrdihg to any ot the claims 60-75 or 77, wherein for a tube 
having grooves and/or slits, each or at least part of said grooves and/or slits are 
arranged along an inner surface of said tube. 

79. A preform or part according to claim 78, wherein each of said grooves and/or slits 
30 are arranged as helical grooves and/or slits along the inner surface of said tube. 

80. A preform or part according to claim 76 or 77, wherein each of said grooves 
and/or slits is arranged as helical grooves and/or slits along the outer surface. 
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8, A preform or par, .ocording ,o any o. 1 C.im. 76, 77 o, 80, wheroin said 
grooves and/or s«.s are arranfled a. predetermined positions aiong the outer surtao. of 

the tube or rod. 

5 82 A preform or part according to any of the claims 60-31 , wi^erein one concentric 
tub. having grooves and/or silts is sleeved inside another concentric tube ,n a 
substantially close-packed manner in order for the grooves and/or sii.s to form 
channels being substantially sealed off in the longitudinal direction and thereby bemg 
substantially isolated from each other. 

83 A preform or part according to claim 82, comprising at leas, 3, such as at least 4, 
such as at least 5, such as a. least 8, such as at least 10 concentric tubes be.ng 
sieeved inside each Cher in a subs,antia«y o.ose-packed manner in order for the 
grooves and,or slits to form channels being substantially sealed off in the longitudinal 
15 direction and thereby being substantially isolated from each other. 

84 A preform or part according to any of the claims 60-83, wherein a concentric tube 
having grooves and/or slits Is sleeved inside a concentric tube having no slits or 
having no slits and no grooves. 

86 A preform or par. according to any of the claims 60-83, wherein a concentric tube 
having grooves Is sleeved inside a concentric tube having grooves. 




87 A preform or part according to claim 86, wherein the parallel grooves in the rod 
are placed substantially equidistant to each other in a substantially circular symmetric 

30 pattern. 

88. A preform or part according to any of the claims 61-68 or 72-87, wherein the rod 
has no grooves extending in the longitudinal direction. 
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89. A preform or part according to any of the claims 61-88, wherein the rod is 
sleeved inside the first concentric tube, said first concentric tube having no grooves 
and/or slits. 

5 90. A preform or part according to any of the claims 61-88. wherein the rod is 
sleeved inside the first concentric tube, said first concentric tube having grooves 
and/or slits. 

91. A preform or part according to any of the claims 60-90, wherein the preform or 
10 part comprises at least 2 concentric tubes having grooves and or slits extending in 

said longitudinal direction. 

92. A preform or part according to any of the claims 60-91 , wherein the preform or 
part comprises at least 3 concentric tubes having grooves and or slits extending in 

15 said longitudinal direction. 



93. A preform or part according to any of the claims 60-92, wherein the preform 
part comprises at least 4 concentric tubes having grooves and or slits extending in 
said longitudinal direction! 

20 

94. A preform or part according to any of the claims 60-93. wherein the preform 
part comprises an outer concentric tube having no grooves or slits. 



or 



or 



95. A preform or part according to any of the claims 60-94. wherein a plurality of the 
_25_gLO.Qves_exleod-the-entire-lengt^^-of-^he^5refarm^5^pa^ 



96. A preform or part according to any of the claims 60-94, wherein a plurality of the 
grooves and/or slits extend only a limited part of the length of the preform or part. 

30 97. A preform or part according to any of the claims 60-96, wherein for each tube 
havmg grooves and/or slits, the grooves and/or slits in the cross section are placed 
substantially equidistant to each other in a substantially circularly symmetric manner 
with respect to a centre of said each tube. 
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98. A preform or part according to any of the claims 60-97. wherein the preform or 
part comprises at least two concentric tubes having the same refractive index. 

99. A preform or part according to any of the claims 61-98, wherein the rod and the 
5 first concentric tube have the same refractive index. 

100. A preform or part according to any of the claims 60-99, wherein the inner part or 
bottom part of the innermost longitudinally extending grooves and/or slits with respect 
to the centre of the preform or part are arranged at a distance greater than or equal to 

10 0.5 times the total radius of the preform taken from the centre to the outer surface of 
the preform. 

101 . A preform or part according to any of the claims 61-100, wherein the rod has a 
predetermined refractive index profile with a high index centre region, and wherein the 

15 inner part or bottom part of the innermost longitudinally extending grooves and/or slits 
with respect to the centre of the preform or part are arranged at a distance greater 
than or equal to 3 times the radius of said high index centre region. 

102. A preform or part according to claim 101 . wherein the index profile of the rod 
20 furthermore comprises a low index outer region surrounding said high index centre 

region. 

103. A preform or part according to claim 101 or 102, wherein the index profile of 

the rod is provided by use of doping techni ques. 

25 

104. A preform or part according to any of the claims 100-103. wherein the 
innermost longitudinally extending grooves and/or slits are arranged in the rod. 

105. A preform or part according to any of the claims 100-103, wherein the 
30 innermost longitudinally extending grooves and/or slits are arranged in a tube. 

106. A preform or part according to any of the claims 60-105. wherein at least part of 
the grooves and/or slits have dimensions in the cross section in a range from 0.5mm 
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from 20fmn to 50mm. 

'07. A preform or par, according ,o any of ,he claims 60-106 wherain ,ha „„, 
S par, irrcdos a firs, region of a firs, ,vpe o, ,.he o, a firs. 

'eg,o„ Of a second .vpe of .uhe of a second ma.eria,. said firs. ma.e,ia, and second 
ma,er,a, having differen. soffening ,empera.ures. 

10 Z' " '"'T °' " ^ °' ""^-^n t-^e preform or 

10 par. or par,s .hereof are ,abrica.ed .sing any o, .he me,hods of Caims 46-60 

109. A me,hod of fabricating micros.ruc.ured fibres consisting of .he s.eps- 
providing a preform according .o any of .he claims 60-10S 

15 said T'""-^ ~ ' °' ""'^ ^'^"^ '-'"--a '"-ing of 

15 said preform imo a cane a, an in,ermedia,e drawing s,age. 

1 10. A me.hod according .„ claim 109, wherein a pressure inside ench .ube is 
con.ro,led during .he s,ep Involving drawing of .he preform in.o a fibre and/or a cane. 

20 1, 1 A preform for manufacuring a micros.ruc.ured fibre, .he prefon. having a ,eng.h 

comprising: ^iwnii 

dilT "T" " """" °' "^'^ cross-secional 

dimension, d ,ube, and an ou,er cross-secional dimension dou.er.,ube- 

o~h;' ' -'"-«V Of said mul.i.ude o, 

.Olid rods having an ou,er cross-sacionai diameter. dou.er.rod; and 

lorroT^^'"'*"' ''^""^ ™'«--e Of 

30 „ 2 A preform according .o Calm 1,1. wherein a. leas. par. of .he mum,ude „, solid 
rods are Cose-pao.ed in order ,o form a periodic arrangemen.s o, ln,ers.i.lal vols ' 

e^ai tr:,:™"" '° " ^ °" — — 
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1 14. A preform according to any of the claims 111-113, wherein dinner,tube is in the 
range of 0.1 times douter.tube to 0.6 times douter.tube, such as around 0.3 times 
douter.tube. 

5 

1 15. A preform according to any of the claims 111-114, wherein dinner.tube, 
douter.tube, and douter,rod are in the range from 0.5mm to 20mm, such as between 
1 .0mm to 3.0mm. 

10 1 1 6. A preform according to any of the claims 111-115, wherein the preform includes 
a first region of a first type of rods of a first material and a second region of a second 
type of rods of a second material, said first material and second material having 
different softening temperatures. 

15 1 1 7. A method of fabricating microstructured fibres comprising the steps: 
providing a preform according to any of the claims 111-116; 
drawing said preform into a cane; and 

sealing said cane in one end and drawing said cane into fibre from an opposite end; or 
providing an active control of a pressure inside said cane from one end and drawing 
20 said cane into fibre from an opposite end. 

1 18. A method according to claim 117. wherein the preform is drawn into a cane 
using a lower-than-atmospheric pressure inside the first overcladding tube of the 
preform in order to fix the multitude of solid rods in a close-packed manner while 

25 keeping open interstitial voids between adjacent solid rods, said interstitial voids being 
substantially periodically distributed in a honeycomb structure. 

1 19. A method according to claim 118. wherein the pressure inside the single 
capillary tube is controlled during drawing of preform to cane. 



30 



1 20. A method according to claim 1 18 or 1 19, wherein the cane is placed in a second 
overcladding tube to yield a second preform and a pressure inside said second 
overcladding tube is controlled during drawing of said second preform into fibre in 
order to control the dimension and/or shape of the interstitial voids in the fibre. 
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121. An optical fibre having a longitudinal direction, said optical fibre having a length 
.n the longitudinal direction and a cross section perpendicular thereto, v^herein said 
f.bre .n the cross section comprises: a first region being microstructured and having a 
5 f.rst background material of softening temperature T, and a second region comprising a 
second material, said first background material having a viscosity higher than said 
second material at temperature T, such as said first background material having a 
viscosity of at least two times higher than said second material at the softening 
temperature T. such as ten times higher, such as at least a hundred times higher 



15 



122. An optical fibre according to claim 121 or an optical fibre drawn from a preform 
according to claim 1 1 1 or 1 16. wherein the first region has a substantially circular 
nng-l.ke shape, said first region being positioned substantially symmetrically around a 
centre of the optical fibre. 

123. An optical fibre according to claim 121 or 122, wherein the second material is a 
glass softer than pure silica such as silica doped with fluorine, phosphorous, chlorine. 
and/orA:germanium. 

20 124. An optical fibre splice comprising at least one end of an optical fibre according to 
Claim 122 or 123. 

1 25. A long length of optical fibre comprising a first short length of an optical fibre 
according to claim 122 or 123 and a second short length of an optical fibre. 

25 

126. A long fibre length according to claim 125, wherein the second short length of 
the optical fibre is a length of a conventional, single mode fibre or of an optical fibre 
having a microstructured region. 

30 1 27. A long length of optical fibre comprising a first short length of an optical fibre 
according to claim 1 22 or 1 23, and a second short length of an optical fibre, and a 
th.rd Short length of a third optical fibre, said first short length of an optical fibre 
servmg as an intermediate fibre length between said second short length and said 
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third short length in order to provide low propagation loss for light travelling from said 
second to the third short length of optical fibre and vice versa. 

1 28. A long length of fibre according to claim 1 27, wherein the third optical fibre is an 
5 optical fibre comprising a microstructured region. 

129. A preform or an optical fibre comprising a microstructured region according to 
any of the claims 51-59, 60-102 or 111-11 6, wherein the preform or the optical fibre 
in the cross section has a periodic structure. 

10 

130. A preform or an optical fibre comprising a microstructured region according to 
claim 129. where the periodic structure has a hexagonal symmetry. 

131 . A preform or an optical fibre comprising a microstructured region according to 
15 any of the claims 51-59, 60-102 or 1 11-1 16. wherein the preform or the optical fibre 

in the cross section has a non-periodic structure. 

132. An optical fibre made using any of the methods of claim 109-1 10 or 1 17-1 20, or 
an optical fibre according to any of the claims 121-123 having in the cross section 

20 microstructured features, that are isolated from each other, a plurality of said 

microstructured features having a centre-to-centre distance to a nearest neighbouring 
microstructured feature in the range from 0.5mm to 20mm. such as from 0.5mm to 
2.0mm, such as from 2.0mm to 10mm. such as from 10mm to 20mm. 

25 1 33. An optical fibre according to claim 99 that guide light in a single mode of 
propagation at a predetermined wavelength in the range from 0.3nm to 1 .S^im. 

134. A preform or an optical fibre according to any of claim 129-133. wherein the 
preform or optical fibre comprises silica-based materials. 

30 

135. A preform or an optical fibre according to claim 134. wherein the preform or 
optical fibre comprises polymer-based materials. 
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136. A preform or an optical fibre according to any of the claims 129-135 having an 
outer shape in the cross section being non-circular, such as an elliptical shape. 

137. A preform or an optical fibre according to claim 136, wherein the outer shape 

5 has a predetermined orientation that is determined with respect to an orientation of a 
structure in the cross section, said structure surrounding a core of said preform or 
optical fibre. 

138. A long length of optical fibre, said long length having a longitudinal direction and 
10 a cross section perpendicular thereto, said long length of optical fibre comprises: 

a first short length of a first optical fibre; 

a second short length of second optical fibre; 

a third short length of a third optical fibre; 

said first optical fibre comprising a microstructure, said third optical fibre being a 
15 conventional optical fibre, said second optical fibre serving as an intermediate fibre 
between said first optical fibre and said third optical fibre in order to provide low 
propagation loss for light travelling from said first optical fibre to said third optical 
fibre :and/or vice versa. 

20 139. A long fibre length according to claim 138, wherein the second optical fibre 
comprises a first region of a first material and a second region of a second material, 
sa,d first material having a softening temperature T1 and said second material having 
a softening temperature T2 being higher than T1. 

25 140. A long fibre length according to claim 138 or 139. wherein the first optical fibre 
comprises a material constituting a background material in a microstructured volume 
of the first optical fibre. 

141 . A long fibre length according to claim 139 or 140, wherein the second optical 
30 f,bre in the cross section has the second material positioned substantially in a circular 

nng-shaped region, substantially symmetric around a core of the second optical fibre. 

142. A long length fibre according to claim 141, wherein the second material has a 
lower softening temperature than said background material. 
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143. A long length of fibre according to any of the claims 140-142, wherein the 
second optical fibre comprises a tapered core region in order to provide mode 
matching at both ends of the second optical fibre and thereby provide low propagation 

5 loss for light travelling from said second to third short length of optical fibre and vice 
versa, 

144. A long length of fibre according to any of the claims 138-143, wherein the first 
optical fibre is an optical fibre a according to any of the claims 132-137. 

10 
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